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ANTITHROMB OGENIC MEMBRANE MIMETIC 
COMPOSITIONS AND METHODS 

Acknowledgment of Federal Research Snppnrf 

This invention was made, at least in part, wim funding from the National Institutes of 
Health. Accordingly.the United States Government may have certam rights in this invention. 

The Background of the Tnvpntinn 

The field of the pre**, invention is the area of medical prostheses, including artificial 
blood vessels, and materials and methods for coating same so as <o improve performance 
especially by rniniinizing thrombosis. 

Atherosclerosis is a serious cause of morbidity and mortality despite advances in 
preventive measures and pharmacological therapeutics. Nearly 700,000 vascular surgical 
procedures are preformed each year in the United Stats along with several hundred thousand 
penpheralandcoronary angioplasties. Prosmenc bypass grafe and, more recently, arterial stents 
and other endovascular prosthesis have been utilized in association with these reconstructive 
procedures. Although large mamet^ 

successful developedfrompota 

terephthalate, the fabrication of a durable small diameter prosthesis (less than 6 mm internal 
diameter) remains unresolved. Thrombus formation and restenosis currently limit usefulness of 
small diameter grafts, and these complications require that the patient endure discomfort, health 
risks and further medical treatments. Furthermore, while prosthetic bypass grafting can be 
performed in the infrainguinal position with reasonable short term success, within 5 years 30- 
60% of these grafts fail. Likewise, restenosis and/or occlusion occur in as many as half of all 
patients within 6 months of stent placement, depending upon the site and the extent of the 
disease. 
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It is recognized that the adverse events leading to the failure of many vascular prostheses 
are related to maladaptive biological reactions at the blood-material and the tissue-material 
interfaces. In response to these problems, and particularly thrombosis of the small caliber 
prosthesis, grafts and stents have been coated with albumin, heparin and prostacyclin analogs, 
5 which inhibit the clotting cascade and platelet reactivity, or with relatively inert materials, such 
as polyethylene oxide. An alternate approach has been to design materials which support the in 
situ regeneration of an endothelial cell line in order to create a functional arterial substitute with 
a durable thromboresistant interface. However, strategies based on the coating or derivitization 
of fr a prosthetic have not overcome the capacity of these same substrates to activate platelets and 

10 the coagulation cascade. Thus, in the period prior to complete endothelial regeneration, the 
surface of a small diameter prosthesis remains at increased risk for thrombus formation. 
Notwithstanding the recognized difficulties of this approach, including the additional constraints 
for both selective cell growth and normal endothelial function, a biohybrid strategy does offer 
the potential for incorporating into a prosthesis at least some of the complex physiological 

15 response which nature appears to require in this environment 

The control of thrombus formation on molecularly engineered surfaces is critical in the 
development of improved small diameter arterial prostheses for use in cardiac, plastic and 
vascular surgery, as well as in the successful implantation of artificial organs and metabolic 
20 support systems. It has been postulated that a clinically durable vascular prosthesis may be 
achieved by identifying and incorporating actively antithrombogenic mechanisms that operate 
at the blood-material interface under a range of hemodynamic conditions. 

Previous attempts to create antithrombogenic materials have includes those where 
25 thrombomodulin was attached to artificial materials including polyethylene, acryloyl-modified 
polytetrafluoroethylene, poly acrylic-acid modified polyethylene, and cellulosic materials (See. 
e.g., Kishida et al. (1994) Biomaterials 15(10): 848-852; Kishida et al. (1994) Biomaterials 
15(14):1170-1174; Kishida etal. (1994) ASAIO Journal 40(3):MS40-S45; Vasiletsetal. (1997) 
Biomaterials 18(17): 1139-1 145; Kishida et al. (1995) ASAIO Journal 41:M369-374). 
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The present invention further provides stable antithrombogenic membrane mimetic 
surface assemblies in which thrombomodulin, a truncated thrombomodulin and/or an endothelial 
protein C receptor has been incorporated into a lipid assembly. Thrombomodulin, truncated 
thrombomodulin or endothelial protein C receptor can be from native or recombinant sources, 
5 and coding sequences for same are known to the art. 

The present invention provides methods for generation of a stable alkylated surface 
assembly on the surface of a porous conduit or other material by impregnation of the conduit with 
a hydrated substrate, sequential complexation of polyelectrolytes to the charged hydrated 

1 0 substrate present on the Iumenal side of the conduit and surface coating of the charged hydrated 
substrate with an oppositely charged amphiphilic polymer containing long chain alkanes (CI 4 
to C24, desirably C16 to C22). Preferred conduits of the present invention include porous 
expanded PTFE (ePTFE) or Dacron prosthesis impregnated with gelatin or alginate, followed by 
sequential coating with alginate and poly-L-lysine. However, the conduit can be made of any 

1 5 synthetic polymer (PTFE, PET, PEU) or appropriately processed native biomacromolecules (such 
as collagen or polysaccharides) or recombinant polymers (e.g., elastin or collagen or protein 
mimetic polypeptide polymers). Likewise, the hydrated substrate can be any synthetic polymer 
(e.g., glycopolymers or hydrogels), at least one native biomacromolecule (e.g., collagen, gelatin, 
alginate or other polysaccharides or proteins and/or cross-linked derivatives thereof) or 

20 recombinant proteins or protein-mimetics) chosen to facilitate complexation with positively and 
negatively charged polyelectrolytes, including but not limited to alginate or poly-L-lysine. Other 
pairs of oppositely charged polymers are known to the art, and with the proviso that a pair is 
compatible with the intended medical use, it can be substituted in the practice of this invention. 
Cross-linkable pairs of charged polyelectrolytes can also be used in the practice of the present 

25 invention. It is desired that the last poly electrolyte applied to the surface carries a positive charge 
to facilitate ionic complexing with the negatively charged phospholipid to be subsequently 
applied to the surface. The hydrated substrate can also contain other biologically active 
compounds, including therapeutic agents. 

30 A preferred embodiment of the alkylated surface is a charged amphiphilic oligomer or 

polymer with long chain alkanes that complexes onto oppositely charged polyelectrolytes when 
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thrombomodulin or a truncated thrombomodulin. 

noetic surface on a synthetic prosthesis, synthetic vascular graft medical implant, medical 
device or heterograft tissue comprises the steps of: 



(a) 



providing a hydrated surface on at least one surface of a synthetic prosthesis 
synthetic vascular graft, medical implant, heterograft tissue or medical device; ' 



(b) complexing at least one polyelectrolyte to the hydrated surface of step (a) to 
P 1 ^^ a Polyelectrolyte-complexed surface; 



(c) 



(d) 



coating the polyelectrolyte-complexed surface of step (b) with an amphiphilic 
polymer, wherem said ampMphmcpolymercompnsesalkyl groups of fro^ 
8 to about 20 carbon atoms to produce an alkylated hydrated surface; 

providingatleastonepo^ 
surface of step (c) and further fusing antithrombotic liposomes to the alkylated 
hydrated surface of step (c) to produce a stabilization surface; 

(e) 

thestabilizationsurf^^^ 

mimetic surface on the synthetic prosthesis, synthetic vascular graft, medical 
implant, medical device or heterograft tissue, 

whereby the synthetic prosthesis, synthetic vascular graft, medical implant or medical 
device is improved in biocompatibility over a synthetic prosthesis, synthetic vascular 
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graft, medical implant or medical device lacking said stable, antithrombotic membrane 
mimetic surface. 

The present invention further provides blood contacting materials, prostheses and other 
5 implantable materials and devices, surface coated according to the methods of the present 
invention, can include, without limitation, vascular grafts, shunts, stents, small diameter (about 
4 to about 6 mm inner diameter), dialysis tubing, membranes and hollow fiber systems, 
membrane oxygenators, artificial heart valves and left ventricular assist devices and medical 
diagnostic devices as well as biological material for implantation into a patient, for example, 
1 0 heterograft tissues including but not limited to porcine heart valves and bovine carotid vascular 
grafts, made by the methods of the present invention. 

The blood contacting materials, prostheses and other implantable materials and devices, 
surface coated according to the methods of the esent invention, can include, without limitation, 

15 vascular grafts, shunts, stents, small diameter (about 4 to about 6 mm inner diameter), dialysis 
tubing, membranes and hollow fiber systems, membrane oxygenators, artificial heart valves and 
left ventricular assist devices and medical diagnostic devices as well as biological material for 
implantation into a patient, for example, heterograft tissues including but not limited to porcine 
heart valves and bovine carotid vascular grafts. Surface coating of a blood contacting organ such 

20 as an artificial heart, lung, kidney or liver is within the scope of the present invention. 

Brief Description of the Drawings 

Fig. 1 tracks the serial contact angles of TM-containing photopolymerized planar 
membrane mimetic assemblies over 10 days of storage in water. 

25 

Fig. 2 shows that the surface-associated TM in the planar photopolymerized membrane- 
mimetic surface assembly is stable over at least 5 days of storage in PBS at 4 C. Stability is 
measured as the ability to activate protein C. 

30 Fig. 3 is a schematic of the thrombomodulin protein, with the modifications made for 

expression of the truncated TM molecule used in the present work. An N-terminus of 
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E. and Tanaka, M. (2000) Trans Biotechnol 18, 58-64). Specifically, the fabrication of 
supported lipid membranes provides a practical method for the immobilization of transmembrane 
proteins, including those that serve as receptors, channels, or pores, as well as the incorporation 
of native or synthetic lipopeptides or glycoplipids. In most studies, phospholipids differing in 
chemical composition, saturation and size have been utilized as the primary building blocks of 
film structures (Lamparski et al. (1992) Biochemistry 3 1 :685-694; Plant, A. L. (1993) Langmuir 
9: 2764-2767; Plant etal. (1995) Anal Biochem. 226, 342-348; O'Brien et al. (1998)^cc. Chem. 
Res. 37,861 -868). We have previously reported a method to prepare stable, substrate-supported 
phospholipid films via in situ photopolymerization of an acrylate functionalized 
phosphatidylcholine (mono-AcrylPC, 1) assembly ( Marra et al. (1997) Macromolecules 30, 
6483-6488; Marra et al. (1997) Langmuir 13, 5697-5701; Orban et ai. (2000) Macromolecules 
33, 4205-4212). See also United States Patent Nos. 6,171,614 and 5,071,532 and International 
Published Application WO 00/000239. Herein, we describe the design of a novel polymerizable 
lipid, acrylate ftmctionalizedphosphatidylethanolamine (mono-AcrylPE, 2), in which the amino 
function can serve as a handle for further modifications. As shown in Scheme 2, terminal groups, 
such as biotinyl and iV-(e-maleimidocaproyl (EMC) were introduced by acylation of the amine 
group of phosphatidy lethanolamine. These linkers facilitate the incorporation of proteins or other 
target molecules via specific high affinity (biotin) interaction (Plant et al. (1989) Anal Biochem. 
176, 420-426; Kim et al. (2000) Langmuir 16, 2808-2817; Hergenrother et al. (2000) J. Am. 
Chem. Soc. 122, 7849-7850; Wilbur et al. (2000) Bioconjugate Chem. 11, 569-583) or by 
covalent (EMC) attachment (Viitala et al. (2000) Langmuir 16, 4953-4961; Elliott, J. T. and 
Prestwich, G. D. (2000) Bioconjugate Chem. 11, 832-841). An example is also provided, in the 
case of generating a polymerizable lipid conjugate containing a fluorescent dye (FITC), which 
provides a mechanism for direct detection of the lipid membrane (Kim et al. (2000) supra; Roy 
et al. (2000) J. Org Chem.. 65, 3644-3651; Einaga et al. (1999) J. Am. Chem. Soc. 121, 3745- 
3750; Daugherty, D. L. and Gellman, S. H. (1999) J. Am. Chem Soc. 121, 4325-4333). A 
polymerized thin film composed of both AcrylPC and AcrylPE is associated with an increase in 
protein binding efficiency due to its inherently greater stability over that of lipid assemblies that 
are stabilized solely by non-covalent interactions (Marra et al. (1 997) Macromolecules 30, 6483- 
6488; Ringsdorf et al. (1988) Angew. Chem. Int. Ed. Engl. 27, 113-158; Chapman, D. (1993) 
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Treatment of mono-AcrylPE (2) with commercially available fluorescein isothiocyanate 
(FITC), iV"-hydroxysu(xii±mdobiotin (NHS-Biotin), and N-(e-maleimidocaproyl) succinimide 
(EMCS) in the presence of triethylamine provided the desired conjugated lipid - AcrylPE-FITC 
(8), AciylPE-Biotin (9), AaylPE-EMC (10) - all in good yield (Scheme 2). ! H NMR spectra 
5 confirmed the predicted structures of the lipid conjugates. Excluding lipid backbone protons, 
nine aromatic protons were observed at 8.26 (m, 1 H), 7.40-7.30 (m, 1 H), 7.1 6-7.04 (m, 3 H) and 
6.68-6.59 (m, 4 H) ppm for AcrylPE-FITC (8); two amido protons were noted at 7.79 (br, 1 H) 
and 7.00 (br, 1 H) ppm for AcrylPE-Biotin (9), and two olefin protons were observed at 6.67 (s, 
2 H) ppm for AcrylPE-EMC (10). 

10 

Preliminary fabrication of mixed lipid films containing AcrylPE-FITC (8) and mono- 
AcrylPC(l) (Marraet al. (1997) supra) was performed on the alkylated surface of alginate beads 
as models supports. Briefly, the beads (d = 3 00 nm) were incubated with a lipid vesicle solution 
composed of 8 and 1, followed by photopolymerization using EY/triethanolamine as co-initiator. 
15 The resultant beads were examined by confocal microscopy. The successful formation of the 
lipid film was confirmed by the presence of fluorescent activity on the surface of the beads while 
no such the activity was observed in the interior of the beads. 

Thus, we have successfully developed a synthetic approach for generating bifunctional 
20 phospholipid conjugates containing both an acrylate functionality and a terminal linker, such as 
biotin or the N-(£-maleimidocaproyl) function group. These conjugates will enhance the capacity 
to generate stable, self-assembled, biologically functional and chemically heterogeneous, 
membrane-mimetic films for use in medical implants, prostheses and medical diagnostic devices 
and materials. The presence of at least one of a phosphatidylethanolamine and a 
25 phosphatidylcholine group on the artificial surface significantly improves the biological activity 
of thrombomodulin or a truncated thrombomodulin derivative in terms of minimizing 
thrombogenesis via activation of the endogenous protein C activation anticoagulant pathway, and 
similarly, improves biocompatibility for the implanted medical materials. 

3 0 The present inventors have developed biologically active, membrane-mimetic, substrate- 

supported surface assemblies that are sufficiently robust for medical implants and prostheses. 
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Thrombomodulin is a 60 kD type I transmembrane protein that provides high affinity 
binding sites for thrombin at the lumenal surface of the vascular endothelium and on smooth 
muscle cells (Owen et al. [1981] J. Biol Chem. 256[1 1]:5532-5535; Esmon et al. [1981] Proc. 
Natl. Acad Sci. USA 78[4]:2249-2252; Esmon et al. [1982] J. Biol Chem, 257[2]:859-864; 
5 Esmon et al. [1999] Haematologica 84[4]:363-368; and Esmon et al. [1997) Thromb. 
Haemostasis 78[l]:70-74). While it is constitutively present on the cell surface, its expression 
is also upregulated after exposure to thrombin, basic fibroblast growth factor (bFGF), and 
platelet-derived growth factor (PDGF). TM forms a 1 : 1 molar complex with thrombin, and in 
the process, switches off all known procoagulant/proinflammatory functions of thrombin, and 

1 0 instead channels the catalytic power of the enzyme into complex anticoagulant/anti-inflammatory 
activities. TM alters the biological function of thrombin in three distinct substrate dependent 
anticoagulant pathways. While free thrombin efficiently converts fibrinogen to fibrin, thrombin 
bound to TM is no longer capable of cleaving fibrinogen, nor is it able to activate factor V or 
platelets (Esmon et al. [1983] J. Biol Chem. 258(20): 12238-12242). TM also enhances the rate 

15 of thrombin inactivation by ATffl (-8-fold) and dramatically accelerates (-20,000-fold) the 
ability of thrombin to activate protein C, a vitamin K dependent serine protease. Inactivated 
thrombin and activated protein C (APC) are released from TM, which is then capable of 
accommodating additional macromolecular substrates. The transfer of fluid phase reactants, such 
as protein C, thrombin, and ATIH, to a catalytic surface and the removal rate of formed products 

20 depends upon the kinetics of molecular adsorption and desorption processes Q^J}^^ intrinsic 
surface reaction rate constants, convection by fluid flow and diffusion within the boundary layer 
region. Thus, in the presence of competing substrates for a given cofactor and enzyme active 
site, local flow conditions are likely to have a significant effect on whether thrombin behaves as 
a pro-or anticoagulant. Surprisingly little information is available regarding the extent to which 

25 flow influences the efficiency of TM in vitro or in vivo. 

Activated protein C, together with its cofactor protein S, inactivates two coagulation 
factors, Va and VEtta, to prevent the generation of Xa and thrombin, which are critical for the 
amplification of the coagulation cascade. Sakata et al. (1985) Proc. Natl Acad Sci. USA 
30 82(4):1 121-1 125, have suggested that activated protein C also promotes fibrinolysis. Once 
generated, APC is one of the slowest of the serine proteases to be inactivated and cleared from 
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present invention lies in the ability to engineer relatively robust materials with an unparalleled 
level of reproducibility and molecular control over surface order and chemistry. 

Membrane-mimetic systems have also had a direct impact on efforts aimed at 
5 understanding the mechanisms of blood coagulation at sites of vascular wall injury and on 
artificial surfaces. In a series of investigations using planar membrane models, Thompson and 
colleagues (Pearce et al. [1993] 1 Biol Chem. 268:22984-22991; and Tendian et al. [1991] 
Biochemistry 30:10991-10999) have characterized the molecular requirements for prothombin 
binding to phospholipid membranes. It has been observed that the phosphorylcholine head group 

1 0 appears to limit the induction of blood clot formation on synthetic surfaces (Ishihara et al. [1 994] 
X Biomed Mater, Res. 28:225-232; Hayward et al. [1984] Biomaterials 5:135-142; and Hall et 
al. [1989] Biomaterials 10[4]:219-224). It has been proposed that this biological property is 
related to the large amount of water bound to this zwitterionic head group, or conceivably, the 
selective adsorption to phosphorycholine of specific plasma protein(s) that inhibit the blood 

1 5 clotting process (Chapman, D. [1993] Langmuir 9:39-45). While we have also observed limited 
thrombus formation and neointimal hyperplasia on phospholipid functionalized surfaces using 
short term in vivo assays (Marra et al. [1997] Macromolecules 30:6483-6487; and Chen et al 
[1997] AnriVasc.Surg. ll[l]:74-79), the inherent strength of a membrane-mimetic based 
approach is the capacity to incorporate within these systems a variety of biologically active 

20 components which control blood coagulation and endothelial regeneration. Supramolecular 
membrane complexes provide useful systems for probing and controlling processes at both 
blood- and tissue-material interfaces. 

Several investigators have described the direct immobilization of thrombomodulin onto 
25 polymeric surfaces in order to generate thromboresistant materials for blood contacting 
applications. Kishida et al. (1994) Biomaterials 15(10):848-852; Kishida et al. (1994) 
Biomaterials 15(14):1 170-1 174; and Kishida et al. (1994) ASAIO Journal 40(3):M840-845 have 
conjugated TM to both aminated and carboxylated surfaces, including poly(vinyl amine) and 
poly(acrylic acid) surface-grafted polyethylene and a surface-hydrolyzed poly(ether 
30 urethaneurea). Vasilets et al. (1997) Biomaterials 18(17):1 139-1 145, have reported the 
immobilization of TM onto poly(acrylic acid) surface-grafted PTFE. In all cases, the conjugation 
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the two-dimensional plane of the lipid bilayer(Esmonetal. [1983] 1 Biol Cherru 258:[9]:5548- 
5553; Mann et al. [1988] Awl Rev. Biochemistry 57:915-956; Kalafatis et al. [1996] Critical 
Reviews in Eukaryotic Gene Expression 6[1]:87-101). In addition, the binding of protein C to 
the plasma membrane may also induce conformational changes that help align the protein C 
5 cleavage site with thrombin's proteolytically active domain. Both electrostatic and hydrophobic 
interactions may be involved in the association of protein C with the cell membrane. In this 
regard, recent studies suggest that protein C prefers to bind to and function on membranes that 
contain both phosphatidylcholine and phosphatidylethanolamine lipids. Protein C may also 
directly interact with fatty acid side chains within the membrane bilayer (Sminiov et al. [1999] 

10 Biochemistry 3S[l2]:359l-3598). Itis surprising that the nature of the phospholipid headgroup 
may contribute to the subsequent catalytic and binding efficiency of activated protein C. For 
example, Smirnov et al. (1999 supra); and Smimov et al. (1994) J. Biol Chem. 269(2):816-819, 
have demonstrated that both the PE headgroup and phospholipid polyunsaturation contribute to 
factor Va inactivation by the activated protein C complex. Thus, the lipid bilayer serves as an 

15 essential f cofactor, ! that in concert with TM, accelerates protein C activation and subsequently 
optimizes APC anticoagulant activity. The present inventors have developed TM and tTM- 
containing membrane mimetics which, when coated onto vascular prostheses, implants and other 
blood contacting material, provide actively antithrombogenic materials. 

20 Biocompatibility (or biological compatibility) refers to the interactions of living body 

tissues, compounds and fluids, including blood, etc., with any implanted or contacting 
polymeric material (biomaterial) . Of particular interest are those materials which are in contact 
with blood, especially with flowing blood. Biocompatible biomaterials are of great importance 
in any biomedical application including, for example, in the implantation of vascular grafts 

25 and medical devices such as artificial organs, artificial heart valves, artificial joints, catheters 
and various other prosthetic devices into or on the body as well as those which contact blood 
ex vivo. 

The present invention provides a biomaterial comprising as part of a membrane mimetic 
30 surface aphospholipid or phospholipid derivative with a polymerizable monomeric group (e.g., 
acryloyloxy, methacryloyl, dienoyl, sorbyl, styryl, acrylamide, acrylonitrile, N-vinyl pyrrolidone, 
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etc.). Such biomaterial phospholipid molecules form self-assembled monolayers that attach or 
absorb (eg, through hydrophobic interactions, etc.) to a substrate whereon the polymerizable 
monomeric groups of the biomaterial phospholipid moieties are photopolymerized in situ. The 
biomaterial of the invention comprises at least two levels of attachment or cross reaction, i.e., 
withmtoeplaneofphospholipidmoM 

chains, andbetweenplanes,e.g.,interdigitating chains betweenphosphohpid monolayers and the 
substrate surface. The vesicle fusion and photopolymerization conditions provided herein are 
less harsh than polymerization conditions previously used, thus mediating less inactivation of 
biologically active molecules, e.g. TM. 

Biomaterials taught in the art are often covalently linked to a substrate. In the instant 
invention, a biomaterial is provided that is non-covalently affixed to a substrate, permitting a 
detachment of the polymerized biomaterial from the substrate or a replacement of one type of 
polymerized biomaterial by another type of biomaterial of the invention. The instant invention 
also contemplates biomaterials that are covalently attached to a substrate to fulfill a specific 
purpose or to meet a specific environmental condition. The biomaterials of the invention serve 
as specific modular surface design units. This concept of biomaterials composed of modular 
design units offers increased variability, versatility and flexibility not only with respect to choice 
of functional groups on a molecular or microscopic level (e.g., in the phospholipid functional 
groups such as phosphorylalkylamino groups, etc.) but also in the assembly of units into a layer 
on a macroscopic surface structure. 

The present invention provides for biocompatible implanted and blood contacting 
surfaces that include, but are not limited to, in situ polymerized phospholipids on solid alkylated 
surfaces of a self-assembled monolayer, e.g., octadecyltrichlorosilane (OTS) on glass; in situ 
polymerizedphosphoupids on apolymer support 

e.g, an amphiphUic, dialkyl-containing terpolymer bound to a gold-coated silicon wafer; and in 
situ polymerized phospholipids onto hydrated surfaces further complexed with polyelectrolytes, 
amphiphilic molecules, polymerized phospholipids and an antithrombotic protein. The 
antithrombotic protein can be TM, a truncated TM or an endogenous protein C activator. 
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The biocompatible surfaces of the present invention comprise at least one biocompatible 
biomaterial surface modular unit comprising a phospholipid moiety comprising a polymerizable 
monomeric group, e.g., an acryloyloxy group, methacryloyl, dienoyl, sorbyl, styryl, acrylamide, 
acrylonitrile, N-vinyl pyrrolidone, etc., which unit is attached or adsorbed or affixed to an 
5 alkylated substrate, and polymerized thereon in situ, in an amount and orientation effective to 
provide an improved nonthrombogenic surface relative to a substrate without the polymerizable 
monomeric group-containing phospholipid moiety attached thereto. The phospholipid moiety 
contains an alkyl amino group, e.g., a choline, ethanolamine or the like, and a phosphate polar 
group. In one embodiment the biocompatible biomaterial has the structure (I): 

10 O 

11 1 
(CH 2 ) m -0-C~R -Z 

O 

" 2 
CH O-C-R — Z 

15 O 

II 

(CH 2 )-0-P-0--Y 
0~ 

wherein R 1 is a (C 14 -C 30 ) alkyl group; 
20 R 2 is a (C I4 -C 30 ) alkyl group; 

mis 1-4; 
nis 1-4; 

Y is -CH 2 .CH r ^N(CH 3 )3 or -CH r CH 2 - 4 NH 3 

O 
II 

25 Z is -H or -O— C— CH=CH 2 

such that ifR 1 is attached to Z = -H, then R 2 is attached to Z = 

O 
II 

-O— C— CH=CH 2 , or vice versa. 

30 The biocompatible biomaterial can comprise the structure (T) wherein R 1 is a (C 12 -C 30 ) 

alkyl group; R 2 is a (C^-Cjq) alkyl group; m is 1 and n is 1 . In a preferred exemplification, the 
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biocompatible material is l-palmitoyl-2[12-(acryloyloxy)dodecanoyl]-sn-glycero-3- 
^^ v ^ uuuc . lue acryiaie ome upid molecules polymerize, forrning a surface 
networkmatwo-dimensionalplane; desirably the polymerization is carried out at from about 25 
to about 42 C, desirably 40 C where EY/triethanolamine initiate polymerization to prevent 
. thermal decomposiuonofbiomolecules present on the blood contacting surface of the prosthetic 
or other material of the present invention. 

The substrate (or blood contacting surface) which is coated for improved biostability and 
biocompatibility, can include, but is not limited to, an insoluble synthetic or natural, inorganic 
or organic material such as glass, silicon wafer, hydrogel (e.g., alginate, gelatin, collagen, 
polyhema, hydroxye%lmemacrylate,polyacrylamide, derivatives thereof, and the like), Dacron, 
ePTFE, PTFE, PEU, etc. The material of which the substrate is formed can be porous or solid. 
Specific examples can include h alkylated substrates such as octadecyltricworosilane (OTS) 
coated glass, a self-assembling monolayer of an acylated octadecylmercaptan (e.g., ODT) on 
gold, octadecyl chains of an amphiphilic copolymer cast onto an alginate substrate, etc. A 
preferred substrate of the invention is exemplified by an amphiphilic dialkyl containing 
terpolymer bound to gold coated silicon wafers. Thus, a preferred biomaterial of the invention 
comprises an acryloyloxy-containingphosphohpid which is adsorbed to an amphiphiUc polymer 
surface (amolecularly mobile alkylated surface extending from a polymer bonded to a substrate) 
and which is polymerized thereon. 

The biocompatible biomaterial of the present invention exhibits enhanced stability. In 
aparticular example of this embodiment, a stabilized, phosphatidylcholme-containingpolymeric 
surface was produced by in situ polymerization of l-palmitoyl-2-[12-(acryloyIoxy)dodecanoyl- 
sn-glycero-3-phosphorylcholine at a solid-liquid surface. The polymerizable phospholipid 
monomer was synthesized, prepared as unilamellar vesicles, and fused onto close-packed 
octadecyl chains as part of an amphiphiUc terpolymer. Photopolymerization was carried out as 
described herein. Contact angle measurements demonstrated that the polymerized lipid 
monolayerwhen supportedby the amphiphflic terpolymer exhibited enhanced stability than when 
supported on a self-assembled monolayer of octadecyl mercaptan (ODT)-coated surface. The 
amphipilic molecule is desirably applied to the surfece of interest over a hydrated layer (e.g., 
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alginate or gelatin) over which a polyelectrolyte is applied (alginate or PLL, and preferably 
sequential coatings of both). 

The term improved stability as used herein refers to the stability of a membrane mimetic 
5 layer at a liquid-solid interface as determined by the absence of significant increases in serial 
contact angle measurements of surface properties, as is commonly used in the art. An increase 
in water contact angles over time is correlated with decreased stability. 

The term substrate as used herein refers to a surface of any synthetic or natural material 
10 that is insoluble in physiological fluids, for example, metal (e.g., titanium, stainless steel, etc.), 
glass (e.g., soda glass, silica glass), inorganic material or organic material (e.g., hydrogel, 
polyacrylamide, methacrylate, other polymers such as PFTE, ePFTE, PEA, PEU, etc). The 
phospholipid units can be attached or adsorbed to substrates or, alternatively, that substrates can 
be coated or modified appropriately (e.g., addition of polymerizable groups, e.g., aery late groups, 
15 to the terminal end of surface alkyl chains) for covalent attachment of the phospholipid unit to 
the substrate and/or for improved performance in vivo or in contact with blood. 

The term phosphatidylcholine as used herein refers to a molecule having the structure: 

o 

11 1 

20 ch 2 — o-c-R 

o 

11 2 

CH O-C-R 

! O 

CH 2 0-P-0-CH 2 -CH 2 — N(CH 3 ) 3 

25 

wherein R 1 and R 2 are usually long chain fatty acyl groups. 

The term effective amount and orientation as used herein refers to the amount of 
phospholipid per substrate as well as the orientation of the phospholipid with respect to the 
30 substrate or coating layers thereon required to produce a biomaterial that exhibits improved 
biocompatibility. 
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Antithrombotic proteins, as used herein, include thrombomodulin, truncated 
tbxombomodulinandendogenousprotemCacuvatorprot^ 

or recombinant protein which has the full length amino acid sequence of a native 
thrombomodulin. Desirably, the TM is a native protein and contains the full length amino acid 
sequence and the covalently bound chondroitin sulfate. Desirably, the ultimate source of a TM 
(or its coding sequence for recombinant expression) is the same as the organism (human or 
animal) mwMchme antith^^ 

That is, human TMortTM is to be used in the membrane mimetic surface assemblies where the 
implant or prosthesis or device is to be in contact with human blood. Truncated 
thrombomodulin is produced by recombinant means, as described herein, and purified according 
to the recommendations of the supplier of the expression plasmid, although other expression 
plasmids and other purification schemes are readily utilized by one of ordinary skill in the art. 
For example, tTM is expressed with a short poly-histidine tag under the regulatory control of a 
strongly inducible promoter. The expressed protein is recovered and purified using nickel 
affinity chromatography. The tTM of the present invention includes at least three epidermal 
growth factor (EGF) binding domains, a transmembrane domain and a serme-threonine rich 
spacer of about 65 A between the EGF domains and the transmembrane domain, and it retains 
at least about 5-10% of the antithrombotic activity of the native protein, i.e., activation of the 
endogenous protein C anticoagulation pathway. tTM can bind thrombin, itenhances thrombin 
inactivation by aTTH and it accelerates protein C activation by thrombin. With respect to the 
present disclosure the use of the term TM-containing membrane mimetic surface assemblies 
encompasses surface assemblies containing either full length or truncated thrombomodulin. 

In order to stabilize a planar lipid assembly, we had developed a scheme based upon the 
polymerization of monoacrylate functionalized lipid monomers in the presence of either AIBN 
or AAPD as free radical initiator. See, e.g., WO 00/000239, published 6 January 2000 
Limitations of this approach include a requirement to carry out this reaction at 70 °C for periods 
of time exceeding 8 hours; the ability to effectively incorporate proteins or carbohydrate 
structures into these systems is limited by thermal degradation during the polymerization reaction 
and the corresponding reduction in biological activity. To functionalize lipid films with 
thrombomodulin or other elements necessary for an effective membrane-based anticoagulant 
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system, we developed a visible light mediated photopolymerization and liposome fusion scheme 
that can be carried out at room temperature to minimize thermal denaturation or degradation of 
the components, including. Briefly, following the fusion of lipid vesicles with an alkylated 
substrate, eosin Y and triethanolamine are added as free radical initiator and accelerator, 
5 respectively. The molecular assembly is polymerized at room temperature following a 30-minute 
exposure to a quartz halogen lamp. Average advancing/receding contactangles were 58/42° and 
are comparable to values for materials obtained by the thermally initiated approach. Angle- 
dependent ESCA measurements were carried out to further define atomic level surface properties, 
and perpendicular and parallel reflectance-absorbance IR spectra were acquired. These 

1 0 measurements revealed that the molecular orientation ofhydrocarbon chains in acrylate-PC films 
was 46.5 0 relative to the surface normal. Stability studies and the use of vibrational spectroscopy 
to characterize lipid packing and orientation are described in Orban at al. (2000) Macromolecules 
33:3204-4212. The increased film stability over that observed using athermally initiated process 
through a mechanism is believed to be related to an increase in molecular chain length, which 

15 is achieved when polymerization occurs at a temperature below the transition temperature of the 
lipid species. 

In situ polymerization of phospholipids on an alkylated hydrogel is used to functionalize 
the lumenal surface of a small diameter vascular graft with a membrane-mimetic thin film. 

20 Commercially available vascular grafts, fabricated from expanded PTFE or Dacron fibers, are 
porous textile structures. Coating these prostheses is facilitated by their initial impregnation with 
a substrate amenable to subsequent alkylation and lipid film formation. For example, substrates 
for graft impregnation can include, without limitation, medically compatible materials such as 
gelatin and/or alginate. In the model study to investigate formation of a stabilized lipid film on 

25 a hydrated substrate, an alginate solution was layered onto a glass slide and gelled following the 
addition of calcium chloride [Chon et al.(1999) J. Biomater. Sci. Polymer. Ed 10:95-108]. A 
copolymer consisting of the monomers 2-hydroxyethyl acrylate (HEA) and 3-acryloyl-3- 
oxapropyl-3-(iV;A r -dioctadecylcarbamoyl)propionate (AOD) in a statistical composition of 1:1 
HEA:AOD was synthesized The alginate was exposed to the copolymer solution, dried, and 

30 rehydrated. During water desorption from the gel surface, the hydrophilic HEA component is 
entangled within the alginate chains, anchoring the copolymer, and allowing the hydrophobic 
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dialkylated monomer, to self-assemble at me solid-air interface. Formation of a hydrophobic 
surface on the rehydrated polysaccharide gel was verified by advancing and receding contact 
angle measurements of 94±5° and 63 ± 7°, respectively. Unilamellar vesicles consisting of the 
monaciylatephospholipidmo^ 

Free radical polymerization was carried out in aqueous solution using AAPD. The supported 
lipid monolayer displayed advancing and receding water contact angles of 47±8 and 26±7 
degrees, respectively. ESCA results confirmed the presence of a lipid film. Contact angle 
measurements remained unchanged over a several week observation period under static 
conditions in water, indicating a high level of intrinsic film stability. Comprehensive data 
analysis can be found elsewhere (Chon et al. 1999 supra). 

While coating alginate with an HEArAOD amphiphilic polymer yielded promising 
results, several limitations included reliance on an organic solvent, THF, and vacuum drying to 
mediate alkylation of the hydrogel; therefore, we elected to include styrene sulfonate as a 
monomer in ths copolymer system. The resmtmg novel alkylated polyelectrolyte was composed 
of HEA, AOD, and styrene sulfonate in a molar ratio of 6:3 : 1 . This terpolymer carries negatively 
chargedsiufor*te(SO 3 0grou^ 

such as poly-L-lysine (PLL) [Liu et al. (2000) Polymer Preprints]. The capacity to form 
membrane-mimetic films without the requirement for organic solvents or prolonged vacuum 
drying was demonstrated using substrates consisting of alginate/PLL multilayers. Briefly, a 
multilayer of alginate (Kelco, 0.15% w/v in PBS) and PLL (459 kDa; 0.1% w/v in PBS) was 
generated on glass slides by submerging test surfaces for 30 seconds of contact time in each 
solution (PLL-alg^LL films were subsequently incubated with a solution of the polyelectrolyte 
terpolymermtri(emyleneglycol)(TEG)ataconcentiationoflrn^ 

Scheme 5. Vesicle fusion and visible light mediated photopolymerization were performed as 
describedabove. Surface analyses including contact angle goniometry, ESCA ellipsometry, and 
high resolution scanning electron microscopy confirm lipid film formation. Stability of these 
systemsfoUowmgmcubationmPBSforperiodsexceeo^ Of 
note, stable multilayers of alginate and poly-L-lysine can be produced on a variety of hydrated 
biologically derived substrates, including but not limited to gelatin, which carries a net positive 
charge at physiologic pH. . 
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To form a membrane-mimetic lipid film on the lumenal surface of an ePTFE vascular 
graft, the techniques described above have been utilized to coat the lumenal surface of PTFE 
grafts (4 mm id) with a polymerized monoacryl PC membrane-mimetic thin film. Briefly, PTFE 
grafts were initially impregnated with an aqueous solution of gelatin (6 wt %), and then the 
5 lumenal surface was coated with a series of five alternating layers of alginate (0. 1 5 wt% in PBS) 
and poly-L-lysine (0.10 wt% in PBS). Coating was performed by serial perfusion of the 
prosthesis at a flow rate of 1 mL/min for 30 seconds. After each perfusion, the prosthesis was 
rinsed with deionized water at 1 mL/min. The lumenal surface was then perfused with a 1 mM 
solution of the HEA:AOD:SS terpolymer in TEGF at a flow rate of 1 mL/h for 1 hour, followed 

10 by a 1 hour perfusion of the surface with TEG at 1 mL/h. A 1.2 mM solution of 600 nm 
monoacrylPC vesicles was prepared in 20 Mm sodium phosphate buffer (pH 7 .4) containing 150 
mM NaCl and a 1 0: 1 molar ratio of monoacryl PC to Eosin Y. The vesicle solution was perfused 
through the prosthesis at a flow rate of 1 mL/h for 3 hours and then irradiated for 30 minu tes 
using a quartz halogen lamp. High resolution SEM images were obtained after vacuum drying 

15 and coating with chromium. Vesicle fusion and polymerization generates a stable uniform 
membrane-mimetic coating on the graft surface. At high magnification, fused vesicles are noted 
on the lumenal surface. 

In summary, modification of a gelatin-(alginate /PLL) n coacervate with a membrane- 
20 mimetic thin film has been successfully performed using an amphiphilic polymer with dialkyl 
side chains, flexible spacer groups, and anionic substituents which anchor the polymer to a 
cationic surface. After lipid vesicle fusion to the alkylated hyrogel, the lipid assembly is 
stabilized via in situ photopolymerization. Film structure and morphology have been 
characterized using a variety of surface sensitive techniques. Film stability for up to four weeks 
25 in PB S has been confirmed. 

Thrombomodulin has been incorporated into membrane-mimetic lipid assemblies. Rabbit 
TM was reconstituted into unilamellar phospholipid vesicles varying in mole ratio of POPC to 
monoacrylPC (AcPC). The incorporation efficiency of TM exceeded 95% as determined by a 
30 sucrose gradient. Vesicles were exposed to visible light for varying periods of time in the 
presence of eosin Y/triethanolamine. Total TM concentration, as determined by measuring Gla- 
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domainless protein C (GD-PC) activity after detergent solubilization of lipid vesicles, is in 
excellent agreement with those values obtained by use of ™l labeled TM [Galvin et al (1987) 
J. Biol. Chen, 262(5)2199-2205]. Gla-domainless protein C is obtained by the proteolytic 
cleavage of the Y -carboxyglutamic acid (Gla) containing domain localized to residues 1-41 
[Esmonetal. (1983) J. Biol. Chen, 258(9) :5548-5553]. This domain is responsible for optimal 
protein C activation by providing an anchor for protein C binding to cell membranes [Kalafatis 
et al. (1996) Critical Reviewsm5«A^o/fcG e « e ^ e ^ O »6(l):87-101]. Galvin(1987) supra 
have demonstrated that Gla-domainless protein C activity can be used to assess the surface 
concentration of functionally active TM, appropriately oriented such that the catalytic site is 
positioned above the outer surface of the lipid vesicle. Vesicle concentrations of TM are 
calculated upon the measurement of the GD-PC activation rate. 

All vesicle systems, irrespective of lipid composition (POPCvsAcPC), exhibited similar 
rates of protein C activation prior to polymerization. FoUowingphotopolymerization a modest 
reduction in the PC activation rate was noted. We believe that this effect may be attributed to 
two factors. In part, a reduction of TM activity was probably related to direct inactivation of a 
proportion of TM molecules by free radicals generated during the polymerization process, and 
we beUevethatthecatalyticefficiency was (diminished as a consequence of reduced TMmobiUty 
within the membrane complex. The reduction of catalytic activity was greater when TM 
incorporated into vesicles composed of increasing concentration of polymerizable lipids. 



was 



Kinetic parameters, and Km, were obtained by non-linear regression analysis of 
observed rates of APC production as a function of protein C concentration (Table 3). As 
anticipated, free TM has a significantly higher Km value compared to TM incorporated into 
POPC ornon-polymerizedAcPC vesicles. However, theKm value for TMinpolymerizedAcPC 
is much higher than that observed prior to polymerization, indicating that the mobility of TM in 
the lipid bilayer influences the formation of the protein C activating complex. The values for 
all four forms are similar and indicates that the catalytic reaction mechanism remains unchanged. 
The k^/Km values shows thatproteinC activation is catalyticaUy efficient in polymeric vesicles, 
despite a modest increase in Km. 
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Heparinized surfaces exert a strong anticoagulant activity by delaying the onset of surface 
induced thrombin generation [Merrill et al. (1 970) Journal of 'Applied Physiology 29(5):723-730; 
Basmadjian et al. (1983) Journal of Biomedical Materials Research 17(3):509-518; Goosen et 
al. (1980) Thrombosis Research 20(5-6):543-554; Nojiri et al. (1990) ASAIO Transactions 
5 36(3):M168-172; Byunet al. (1996) Biotechnology Progress 12(2):2 17-225; ByunetaL (1996) 
J Biomed Mater Res. 30(4):423-427]. The extent of this effect is generally dependent on the 
surface density of heparin and the rate of delivery of ATM to the heparinized surface. Early 
clinical studies evaluating the efficacy of end-point attached heparin coated coronary stents have 
reported promising results [van der Giessen et al. (1998) Seminars in Interventional Cardiology 

10 3(3-4): 173-176; Serraysetal. (199S)Lancet 352(9129):673-681;Bulleretal. (1999) Circulation 
100(3):236-242]. Nonetheless, several limitations of a heparin-based strategy exist. Blezer et 
al. (1998) Throm. Haemostasis 79(2):296-301 and (1997) J Biomedical Materials Research 
37(1): 108-1 13, have observed that factor Ka, XIa, and thrombin are generated when recalcified 
human plasma contacts immobilized heparin either static or flow conditions. Thus, initiation of 

1 5 the contact activation pathway is not inhibited by ATTH associated with immobilized heparin. 
Moreover, at physiological concentrations of Aim, the contribution of the heparinized surface 
to the inactivation of total circulating thrombin is negligible [Lindhout et al. (1995) J. Biomed. 
Mater Res. 29(10): 1255-1266]. This is an important consideration, particularly when one 
considers the potential for long-term expression of tissue factor at sites of vascular wall injury 

20 with consequent chronic thrombin generation at a site upstream to the implanted device. Heparin 
can be inactivated by factors released from activated platelets, such as platelet factor 4, and it is 
relatively ineffective in limiting the formation of platelet rich thrombus [Eitzman et al. (1994) 
Circulation 89(4):1523-1529]. Additionally, cases ofheparin induced thrombocytopenia caused 
by heparin coated materials have been reported [Laster et al (12988) J. Vase. Surg. 7(5):667- 

25 672]. TM, in contrast to heparin, not only inactivates thrombin by an ATIII mediated 
mechanism, but also markedly enhances thrombin's ability to activate protein C [Esmon, C.T. 
(1995) FASEB Journal 9(10):946-955], Activated protein C together with its cofactor protein 
S inactivates two coagulation factor, Villa and Va, thereby preventing the generation of Xa and 
thrombin which are critical for the amplification of the coagulation cascade [Lu et al. (1996) 

30 Blood 87(1 1):4708-4717; van't Veer et al. (1997) J. Biol Chem. 272(12):7983-7984]. Thus, 
unlike surface bound heparin, the release of activated protein C into the blood stream provides 
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an efficient means for inactivating coagulation reactions that are localized on a surface or occur 
within the general vicinity of APC generation. 

Membrane-mimetic films containing TM in an appropriate transmembrane orientation 
canbeproducedbyaproce^ 

hpid films both limit contact activation and selectively inactivate thrombin through the 
appropriate choice of constituent lipid components and TM surface concentration. TM, as a 
componentofapolymerichpidassemb^ 

thrombin generation. Membrane-mimetic films containing TM have extended in vitro stability 
and bioactivity. 

Model membrane-mimetic surfaces containing TM are produced on planar alkylated 
substrates formed on polymer, glass, gold, or silicon substrates. The formation of membrane- 
mimetic surfaces involves surface fusion of uimameUarphospholipidvesicles.foUowedbyz^^ 
photopolymerizationandhas been described in detail. Recent studies suggest that protein C best 
bmdsontolipidmembranestlmtcontambofophosphatidylcholme^ 

[Smirnov et al. (1999) Biochemistry 38(12)3591-3598; Smimov et al. (1994) Biol. Chem. 
269(2):816-819]. Moreover, the PE headgroup can contribute to the catalytic efficiency of APC, 
particularly with respect to factor Va inactivation. TM is incorporated at different molar' 
concentrations to a baseline DPPC surface (1:10< - 1:10 s ) and to surfaces composed of different 
molar ratios of phosphatidylcholine and phospliatidyletlmolamine phospholipids (0-50 mol%) 
at a single TM concentration. Finally, the ability to generate stable surface microdomains with 
locally enhanced membrane dynamics examined by utilizing mixed assemblies comprising 
polymerizable lipids (e.g. monoacrylDPPQ and nonpolymerizable lipids (e.g., DPPC). This 
allows us to determmefoeeffec^ 

anticoagulant properties. Morphological, structural, and chemical properties of substrate 
supported films are investigated by techniques, including contact angle goniometry, ESCA, 
external reflectance TR and Raman spectrosocopy, as well as by high resolution SEM and AFM. 
Membrane dynamics are studied using fluorescence recovery after photobleaching (FRAP) 
techniques coupled with confocal fluorescence microscopy. We determine the molecular 
diffusivities of fluorescently tagged lipids and TM as a function of alkylated substrate type 
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(HEA: AOD:MTEM vs HEA:AOD:SS), lipid microenvironment (PC vs PE), and extent of 2-D 
polymerization (% AcPC). Effective TM surface concentration is determined by measuring Gla 
domainless-protein C (GD-PC) activation. 

5 Km and values for the activation of protein C are dependent upon the species source 

for TM and protein C (e.g., bovine vs. rabbit vs. human). All studies described herein are 
conducted with human TM and protein C unless otherwise indicated. A high degree of sequence 
homology exists (>98%) between human and baboon cDNA species encoding for a variety of 
proteins (Hayzer et al. (1993) Gene 127:271-272; Shoji et aL (1993) Gene 133:307-308; Shoji 

10 et al. (1993) Gene 133:307-308; Hayzer et al. (1999) Throm. Res. 98:195-201]. Recombinant 
human soluble TM is capable of activating protein C and limiting thrombin generation when 
injected into baboons. No acute allergic reactions were observed. High resolution SEM and 
AFM investigations provide topological data regarding the surface distribution of TM, including 
assessment of protein clustering in phase separated regions. Fluorescently labeled TM in 

1 5 conjunction with confocal fluorescence microscopy of antibody labeling of TM using gold or 
chromophore labeled primary or secondary antibodies allows detection. TM has a short 
cytoplasmic domain that consists of 38 amino acids, a 23 amino acid transmembrane domain and 
a 496 amino acid extracytoplasmic domain that also contains a chondroitin sulfate chain 
comprised of 25 disaccharide units. The membrane-mimetic surface consists of a lipid 

20 monolayer supported on an alkylated terpolymer. The terpolymer film is a multi-component 
structure consisting of anchoring groups and an HEA hydrophilic cushion on top of which lies^ 
a self-assembled array of C 1 6 alkyl chains. Current thickness estimates for the HEA hydrophilic 
cushion are approximately 100 A [Marra et al. (1997) Langmuir 13:5697-5701]. Thus, due to 
steric hindrance considerations alone, the extracytoplasmic TM domain orients itself on the 

25 outside of the membrane-mimetic film and not within the hydrophilic cushion of the supporting 
terpolymer base layer. Nevertheless, the potential to further tailor the dimensions of the 
terpolymer cushion in order to improve TM orientation and bioactivity exists. In situ 
polymerization of acrylated lipids facilitates the generation of a stable membrane-mimetic film. 
Nevertheless, the optimal assembly of TM with protein C and thrombin may be dependent on 

30 their 2-D movement within the planar lipid membrane. Mixed lipid systems that include 
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below. See Schemes 6A-6B 



Although upid membranes composed ofphospbatidylcholme head groups reportedly do 
not initiate contact activation, most artificial surfaces, including heparinized materials, activate 
the intrinsic pathway of the coagulation system [Blezer (1998) supra]. In order to determine if 
TMcontainmgmembrane-nmneticfilnisMtiate 

supportedUpidfilmsandpolymericUpidvesicles. Supported Upid films are produced on circular 
glass cover slips (d 20 mm), placed in multiwell plates, and exposed to titrated platelet free 
human plasma. Clotting is initiated by the addition of calcium to a total concentration of 4 mM. 
Samples are taken from the reaction mixture over 90 minute period and assayed for factor XTa, 
Ka,Xa, thrombin production and generation of APC. The effect of surface induced protein C 
activation is determined by selectively repeating these investigations using protein C depleted 
plasma(GeorgeKjngBiomedic^ 

concentrations of polymeric Upid vesicles are substimtedforplanar glass coated surfaces in order 
to maximize test surface area Factor XIa, Ka, Xa, thrombin -activity and APC levels are 
measuredafterrecalcmcauonofti^^ Given vesicle dimensions 

determined by quasi-elastic Ught scattering, total phosphoUpid concentration, and pubUshed 
dimensions for head group surface area, the total vesicle concentration and exposed membrane 
surface area can be determined readily. 

Recalcified platelet free human plasma as a model to study the dynamics of blood 
clotting has been vaUdated by a variety of investigators [Blezer (1998) supra; Kawamoto et al. 
(1992) Blood Coagulation & Fibrinolysis 3(4):371-379]. A synthetic plasma mixture prepared 
with purified coagulation proteins and inhibitors is an estabUshed alternative [van't Veer et al. 
(1998) supra; Rand et al. (1996) 5fcorf88(9):3432-3445; Brummel et al. (1999)7. Biol. Chem. 
274(32):22862-22870]. There are several known physiologic inhibitors of activated protein C, 
including protein C inhibitor (PCI), ^-antitrypsin (a,-AT), and a 2 -macroglobulin. These 
inhibitors are stable in pooled titrated human plasma, as is protein C. The rates of interaction 
of APC withPCI, ^-ATandOa-nma^globulmareunaffectedby otherplasmacomponents. The 
APC inhibitory pathway is identical in humans and baboons. Thus, data generated with pooled 
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human plasma are relevant to baboon experiments. Nonetheless, the ability to use ELISA to 
measure plasma levels of all components of the protein C pathway, including inhibitory factors, 
exists, and has been reported [Espana et al. (1991) Blood 77(8): 1754-1 760]. Activation of the 
intrinsic pathway of the clotting cascade in test wells composed of non tissue culture treated 
5 polystyrene is limited [Blezer (1997) supra]. However, background activity is examined with 
appropriate controls. Surface functional properties are dependent on the transport of reactants 
from the solution to the surface. Even well-stirred systems do not necessarily mimic the protein 
flux achieved under arterial or venous flow conditions in vivo; however, in vitro static assays 
of blood coagulation provide a simple means for an initial assessment of the surface bioactivity 

10 of a potentially large number of different test samples. The ability to conveniently vary the 
amount of exposed surface area to enhance the sensitivity of the test system is a distinct 
advantage of using polymeric lipid vesicles. However, vesicles only approximate the structure 
of planar lipid films, since they consist of a true polymerized bilayer and not a polymeric lipid 
monolayer supported on an alkylated terpolymer ionically linked to a hydrogel substrate. Such 

15 planar lipid films provide useful information. 

In order to determine the role of TM-containing lipid assemblies in limiting the 
propagation phase of blood coagulation, test surfaces are exposed to titrated platelet free human 
plasma spiked with 20 \iM unilamellar vesicles composed of 25 mol% DOPS/75 mol% DOPC 

20 [Blezer (1997) supra]. These vesicles mimic lipid composition of procoagulant platelet 
phospholipid membranes, thereby facilitating the assembly of the factor X activating complex 
(tenase). Clotting is initiated by the addition of calcium to a final concentration of 4 mM and 
samples taken from the reaction mixture over 90 minutes are assayed for factor Xa, activated 
protein C, and thrombin production. The approximate proportion of thrombin accessible to the 

25 procoagulant pathway is determined by measuring fibrinopeptide A formation. Test samples 
include polymeric lipid vesicles and/or supported planar polymeric lipid films. 

Contact suppressed whole blood, containing corn trypsin inhibitor as an inhibitor of factor 
Vila, is an established alternative to recalcified platelet free human plasma in the investigation 
30 of the propagation phase of blood coagulation [van't Veer supra; Rand (1996) supra; Brummel 
etal. (1999) J, Biol Chem. 274(32):22862-22870]. 
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The films described herein have sufficient biostability for both in vitro studies and in vivo 
use. Even in non-polymerized forms, liposomes persist for days or even weeks at the site of 
subcutaneous injection [Mauk et al. (1980) Science 207:309-311]. Other studies have also 
determined that surfaces modified with a variety of biomacromolecules retain molecule specific 
5 bioactivity for prolonged periods in vitro and in vivo [Imanishi, Y., (1992) CRC Press, Boca 
Raton, FL; Nojiri et al. (1996)ASAIO Journal 42(5):M468-475]. 

Film stability is initially assessed by incubation of samples in PBS and citrated human 
plasma at 23 and 37 ° C. Changes in TM surface concentration are determined by measuring the 

10 GD-PC activation rate. Additional surface-sensitive techniques to assess changes in film 
physical and chemical properties are performed on a selective basis. These studies can determine 
if there is significant loss of TM activity through direct desorption or due to the effect of binding 
interactions with serum proteins or naturally occurring surfactant molecules. Finally, in most 
clinical applications, blood-contacting surfaces are subjected to wall shear rates of 20 dyn/cm 2 

15 or less. Therefore, films are also analyzed after PBS exposure to a continuous shear stress (20 
and 200 dyn/cm 2 ) for up to 120 minutes in a parallel plate flow chamber. 

The effect of biochemical factors on membrane stability is determined. Test surfaces are 
incubated in the presence of endothelial cells using a dual chamber co-culture system (Falcon, 

20 Inc.) consisting of a 24-well plate fitted with porous inserts (0.45 \xm pore size). Endothelial 
cells are cultured in the insert, and test substrates are placed in the underlying well. Replacement 
of the well insert with newly cultured endothelial cells may be required, depending on the 
duration of the experiment. At various time intervals (0, 24 h, 48 h, 96 h, 1 wk, 2 wk, and 4 wk), 
test substrates are removed, and changes in TM surface concentration are determined by 

25 measuring the GD-PC activation rate. Incubation of the samples in PBS alone or PBS with 
phospholipase C at weight ratios of lipase to lipid of 1 :20, 1 : 1 00, and 1 : 1 000 serves as negative 
and positive controls, respectively. Additional surface sensitive techniques to assess changes in 
film physical and chemical properties are performed on a selective basis. 

30 While biostability investigations have been promising, alternate synthetic routes for 

polymerizable lipids are available, including the generation of phospholipids with ether linkages 
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that are less susceptible to hydrolysis than the naturally occurring ester groups. Prior studies have 
demonstrated that covalently coupled TM retains some biological activity. We believe it 
valuable to explore the effect of membrane dynamics on TM activity. When lipid molecular 
mobility have a dramatic impact on surface catalytic efficiency, it is possible that films with 
5 "molecularly-mobile" microdomains have compromised long-term film stability. One possible 
failure mode includes the loss of DPPC and TM from non-polymerized lipid domains. If so, 
alternate synthetic routes for the generation of a molecularly mobile membrane exist, as 
previously discussed. However, an additional option includes the use of lipids containing longer 
alkyl chains (>C16, and up to about C32). Increased intermolecular van de Waal interactions 
1 0 enhance the stability of free lipids, albeit with some reduction in membrane fluidity. In order to 
confirm the loss of free or polymeric lipid molecules as a possible cause of film instability, the 
extent of lipid loss can be determined by use of 14 C-labeled lipids or fluorescently tagged lipid 
conjugates coupled with either confocal microscopy or total internal reflectance fluorescence 
(TERF) spectrosocopy. 

15 

The local hemodynamic environment is a critical regulatory factor in blood coagulation 
[Hanson et al. (1998) Am. Heart Journal 135(5 Pt 2 Su):S132-145; Slack et al. (1993) Thromb. 
Haemostasis 70(1):129-134; Turitto et al. (1998) Thromb. Res. 92(6 Suppl.2):S25-310. The 
progress of coagulation reactions is fundamentally different during flow or under static 

20 conditions. The type of flow regime, including the magnitude of the wall shear rate, influences 
both conversion rates of coagulation proteins at a catalytic surface and removal rates of formed 
products. An example of this effect is the enhanced catalytic efficiency of the Factor X activation 
complex (tissue factor: factor Vila) noted with increasing wall shear rate in a tubular flow reactor 
[Gemmell et al. (1990) Microvasc. Res. 40(30):327-340; Gir et al. (1996) Ann Biomed Eng. 

25 24(3):394-399; Hall et al. (1998) J. Biomech Eng. 120(4):484-490]. Specifically, a three-fold 
increase in Vmax was noted, as the shear rate increased from 25 to 300 sec" 1 . Forces generated 
by flow are capable of including changes in the structural conformation of a variety of enzymatic 
complexes and, as a consequence, may alter their kinetic behavior [Gemmell et al (1 990) Blood 
76(11):2266-2271; Gentry et al. (1995) Biophys. J. 69(2):362-371; Nemerson et al. (1991) 

30 Thromb. Haemostasis 66(3):272-276; Bjorquist et al. (1997) Thromb. Res. 85(3):225-236]. 
Nonetheless, the interdependence of blood flow and surface reactivity lies primarily in the flow- 
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mediated transport of plasmaproteins to and from an interface. As such, the overall coagulation 
rate is dependent not only upon the chemical reaction kinetics at the interface, but also on the 
mass transfer conditions dictated by fluid connection and molecular diffusion [Basmadjian et al. 
(1997) Biomaterials 17(23):151 1-1522]. Therefore, mass transfer coefficients reflect both the 
5 rate at which pro- or anticoagulants are conveyed to the reactive surface and the rate of removal 
of intermediates and products. The latter are important participants in the positive and negative 
feedback loops that regulate the coagulation process. Several monographs summarize the 
principles and methodologies necessary for the investigation of coupled processed at reactive 
solid-liquid interfaces under varying flow conditions [See, e.g., Kobayashi et al. (1 974) Biotech 
10 Bioeng 16(l):77-97; Kobayashi et al. (1974) Biotech Bioeng 16(1):99-118; Goldsmith et al. 
(1 986) Thromb. Haemostasis 55(3):41 5-435; Slack et al (1 994) Thromb Haemostasis 72(5):777- 
781; Andree et al. (1994) Biochemistry 33(14):4368-4374]. 

Shear dependent experimental models of thrombosis have impacted the evaluation of the 

15 preclinical efficacy of antithrombotic agents and have helped refine our understanding of the 
optimal mode of action and shear dependent effects [Hanson (1998) supra] . Likewise, improving 
the clinical performance characteristics of an implanted device requires a fundamental 
understanding of the behavior of the biomaterial surface within the imposed constraints of a local 
hemodynamic environment. For example, Arnander et al. (1988) 1 Biomed Mater. Res. 

20 22(1 0): 859-868 have demonstrated that blood flow influences the performance of a heparanized 
arteriovenous shunt. At low but not high flow rates, fibrinopeptide A was generated, suggesting 
that, at least under these conditions, circulating thrombin had more time to convert fibrinogen 
to fibrin before inactivation at the heparinized surface. Similarly, Lindhout et al. (1 995) supra, 
have observed that the rate of thrombin inhibition at heparinized surfaces is transport limited, 

25 largely due to limitations imposed by the rate of Aim delivery to the surface. Both studies imply 
that heparinized surfaces are best suited for a high shear flow environment Paradoxically, 
platelet-dependent thrombus, which is normally produced at arterial shear rates, is heparin- 
resistant [Hanson (1988) supra]. In contrast, systemic administration of activated protein C 
markedly reduces venous and arterial type thrombosis. This phenomenon has been characterized 

30 in a variety of experimental animal models, including those studying the induction of thrombus 
formation on the surface of a vascular prosthesis [Gruber et al (1989) Blood 73(3):639-742; 
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Gruber et al. (1990) Circulation 82(2):578-585; Espana (1991) supra; Gruber et al (1991) 
Circulation 84(6):2454-2462]. 

The catalytic efficiency (Xa/Km) of TM under flow conditions is similar whether 
5 reconstituted within polymeric or non-polymeric lipid films. TM containing films are 
antithrombogenic under both arterial and venous flow conditions. A kinetically limited regime 
for APC production has been defined at venous (50 sec" 1 ) and arterial flow rates (500 sec' 1 ); the 
intrinsic kinetic parameters for APC production and the effect on these parameters of shear rate, 
lipid head group composition, and membrane dynamics have been defined; and we have 

10 identified whether the rate of formation of the protein C-activating complex is a diffusion or 
reaction controlled process. The methodological approach in all of these studies is based on the 
use of a capillary tube flowreactor system, as detailed by Blezer (1998) supra; Billy et al. (1995) 
J. Biol. Chem. 270(3): 1029- 1034; Contino et al. (1994) Biophys. J. 67(30:1113-1116. This 
technique has been used extensively in studying the effect of flow rates on lipid membrane based 

15 processes. Briefly, a glass capillary tube (0.65 mm id and 127 mm length) is coated with a 
membrane-mimetic film and attached to a Hamilton syringe. The flow rate of the test solution 
is controlled by a syringe pump, and timed samples are collected from the tip of the flow reactor. 
All studies are conducted at 37°C. In addition to photopolymerized lipid films, TM is 
incorporated into vesicles comprised of non-acrylate containing lipid molecules (e.g. POPC, 

20 DI^PE, etc.) for fusion onto the inner wall of glass capillary tubes. The reconstitution of TM into 
a lipid coating comprised of native phospholipids serves as a reference point for studies described 
herein. The data generated using this reference system closely mimics the true microenvironment 
of the cell membrane in the body. 

25 Experiments to define a kinetically limited regime for APC production involve the 

perfusion of coated capillaries with activation buffer (20 mM Tris-HCl pH 5.5) containing 100 
mM NaCl, 5 mg/mL BSA, 5 mM Ca 2+ , protein C (0.1 \iM), and thrombin (10 nM). APC 
production is determined as a function of TM surface density at venous and arterial shear rates. 
Transport limitations have a significant impact on the behavior of these systems. Therefore, 

30 these experiments define, for a given flow regime, a TM surface density above which APC 
production becomes independent of TM concentration due to mass transfer limitations. 
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The intrinsic kinetic parameters for APC production are assessed in a kinetically limited 
regime by perfusion of coated capillary tubes with activation buffer containing thrombin (lOnM) 
(with varying concentrations of protein C (0.01 - 4 uM). In all cases, capillary tubes are 
preperfused with thrombin alone for 10 min Rates of APC production are determined from the 
steady state levels of APC measured at the outlet of the flow reactor. Kinetic parameters, k^, and 
Km are obtained by non-linear regression analysis of observed rates of APC production as a 
function of protein C concentration in the perfusion solution. The effect on these parameters of 
shear rates (50 sec" 1 vs. 500 sec' 1 ) and lipid head group composition (i.e. varying molar ratios of 
phosphatidylcholine to phosphatidylethanolamine) are determined. In addition, where mixed 
membrane-mimetic assemblies comprised of polymeric and non-polymeric lipids are found to 
be sufficiently stable, kinetic parameters are denned for these systems, as well. Finally, kinetic 
parameters are compared to those values reported for TM complexes inserted into POPC vesicles 
[Galvin et al. (1987) J. Biol Chem. 262(5):2199-2205], as well as to those derived for TM 
complexes inserted into lipid vesicles composed wholly, or in part, of polymeric lipids. 

The rate of formation of the protein C-activating complex (i.e. TM:thrombin) is estimated 
under arterial and venous flow conditions and defined as a diffusion or reaction controlled 
process. Membrane coated capillary tubes are perfused with activation buffer containing protein 
C (0.1 uM) and varying amounts of thrombin (0.1-10 nM), and APC production is measured 
at the reactor outlet The time to reach steady state levels of APC production decreases with 
increasing amounts of thrombin in the perfusion solution. The initial part of the APC generation 
curve, therefore, reflects the rate of formation of APC generating activity at the membrane- 
mimetic surface, and this rate increases with increasing amounts of thrombin in the perfusion 
mixture. The experimental rate of APC production is compared to the calculated rate of 
thrombin mass transfer to the catalytic surface in order to determine whether formation of the 
protein C activating complex is a transport or kinetically limited process. 

Protein C activation by a TM containing membrane-mimetic system is an efficient 
process, as evidenced by low concentrations of protein C required to obtain half-maximal 
velocity of APC production. Nonetheless, it may be difficult to achieve a catalytic efficiency 
identical to that obtained for TM inserted into non-acrylate containing native membrane mimics 
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due to the polymeric nature of the membrane-mimetic system. This can be circumvented by 
modest increases in the surface concentration of TM, and alternative strategies to increase 
membrane dynamics within these artificial systems have been described above. A distinct 
advantage of the capillary flow reactor is its large catalytic surface area. In order to confirm that 
5 surface properties for films generated on either planar or tubular surfaces are similar, the effective 
TM surface concentration for coated tubes is determined by measuring Gla domainless-protein 
C activation. In addition, one can assess the uniformity of surface coating using chromophore 
conjugated lipid probes. Phospholipid films have been coated onto capillary tubes, and the use 
of parallel plate flow chambers, however, is an alternative option. 

10 

The antithrombogenic properties of TM containing membrane-mimetic films are 
examined under arterial (500 sec' 1 ) and venous (50 sec" 1 ) flow conditions. As described above, 
a capillary tube flow reactor system can be used. Recalcification of citrated platelet free human 
plasma or the addition of other initiators of the coagulation cascade, such as thrombin or tissue 
1 5 factor, occurs by mixing these factors into the perfusate just before entrance into the flow reactor. 
All studies are conducted at 37° C. 

Experiments to define the ability of membrane-mimetic films to limit the propagation of 
blood coagulation when initiated via the intrinsic pathway involve the perfusion of coated 

20 capillaries with recalcified platelet-free human plasma. Samples are collected from the outlet of 
the flow reactor and assayed for factor XIa, IXa, Xa, APC and thrombin production. The effect 
of surface-induced protein C activation in this system is determined by measuring clotting factor 
activation in the presence of TM-free membrane systems. To potentiate the propagation of blood 
coagulation, experiments are selectively repeated with recalcified platelet free human plasma 

25 spiked with 20 nM of unilamellar vesicles composed of 25 mol% DOPS/75 mol% DOPC. These 
vesicles mimic the lipid composition of procoagulant platelet phospholipid membranes and 
facilitate the assembly of the factor X activating complex (tenase). 

The ability of membrane mimetic films to limit blood coagulation when initiated via the 
3 0 extrinsic pathway is examined. These investigations involve the perfusion of coated capillaries 
with recalcified platelet free plasma spiked with varying concentrations oftissue factor (12 - 100 
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pM) reconstituted into unilamellar vesicles composed of 25 mol% DOPS/75 mol% DOPC. 
Samples at the flow reactor outlet are collected and assayed for factor Xa, APC and thrombin 
production. The approximate proportion ofthrombin accessible to the procoagulant pathway is 
determined by measuring fibrinopeptide A formation. The effect of surface induced protein C 
activation is determined by measuring clotting factor activation in the presence of TM-free 
membrane systems. 

To estimate the rate of formation of direct thrombin inactivation complexes (TM: ATEI), 
coated capillary tubes are perfused withHepes buffer containmg 15 nM ofthrombin and 20 nM 
of antithrombin. At timed intervals samples are collected and assayed for residual thrombin 
activity andtfrombm-antitfarombm^ 

is compared to the known ATffl-binding capacity of the membrane as described herein. 

To examine antithrombogenic film properties in the presence ofthrombin containing 
human plasma, coated capillaries are perfused with recalcified platelet free plasma spiked with 
varying concentrations of thrombin (10 - 100 nM)! Samples at the flow reactor outlet are 
collected and assayed for factor Xa, APC, thrombin and fibrinopeptide A formation. 

The properties of a small diameter vascular graft coated with a TM functionalized 
membrane mimetic surface film at the blood- and tissue-materials interface in vivo are 
characterized as follows. A number of reports have documents the feasibility of surfaces 
modified with PC in preventing platelet adhesion and activation in vitro (Ishihara et al. (1994) 
Biomaterials 28:225-232; Hall et al. (1989) 1 0(4):219-224). Hanson and colleagues (Chen etal. 
(1997) Ann. Vase. Surg. 11(1): 74-79) have reported in a canine artery model that graft 
neointimal hyperplasia and cell proliferation were reduced in standard ePTFE prostheses coated 
with a PC containing copolymer, suggesting that the PC headgroup is bioactive in vivo and that 
a membrane mimetic strategy might improve the performance of implanted vascular grafts. We 
demonstrate herein that the incorporation of TM into a membrane mimetic surface creates an 
antitlirombogemc mterface, andm 

in the antithrombogenic activity in the blood contacting materials of the present invention. 
Combining membrane mimetic and protein C activation strategies is useful. Clinical studies have 



37 



WO 01/78800 



PCT/US01/12094 



yet to conclusively demonstrate that antithrombins reduce restenosis after coronary angioplasty. 
However, this failure may relate more to the inability to safely inhibit thrombin by systemic 
administration of an antithrombin than to a lack of a role for thrombin in restenosis. Local 
delivery of thrombin inhibitors, as with the TM containing membrane mimetic materials offers 
5 significant benefits in preventing the deleterious and dangerous sequellae to graft implantation 
and/or contact of blood with synthetic medical devices and materials. The clinical durability of 
a small vascular graft by limiting thrombus formation requires a membrane mimetic strategy that 
locally activates the endogenous protein C anticoagulant pathway, as taught herein. 

10 The following issues are addressed using both a baboon ex vivo femoral arteriovenous 

shunt model and direct in vivo implant studies: kinetics and magnitude of protein C activation, 
plasma protein adsorption, platelet adhesion and activation and graft patency; short and long term 
stability of the biomimetic materials of the present invention; and the magnitude of the 
neointimal hyperplastic response. 

15 

Baboons are hemostatically similar to humans. Despite the well known effects of heparin 
for reducing restenosis in rabbits and rats after angioplasty, heparin in a similar study failed to 
reduce restenosis in baboons (175). Likewise, the ACE inhibitor cilazapril markedly reduced 
intimal hyperplasia in rats but fails to reduce lesion size in baboons. In addition, studies in 
20 primates are important for testing materials for medical use in humans. 

Membrane mimetic surfaces containing TM or tTM induce minimal 'platelet and 
fibrinogen deposition and are essential for reducing thrombus formation in small diameter 
vascular grafts. Reduction in anastomotic neointimal hyperplasia is achieved by following a 
25 membrane mimetic that incorporates an activator of the endogenous protein C anticoagulant 
pathway. 

Film composition, including the surface concentration of TM or tTM, is dictated by in 
vitro studies; as described herein. Composite prostheses (or other blood contacting materials) 
30 are fabricated by first impregnating the graft wall (6 mm id ePTFE) with gelatin followed by 
coating of the lumenal surface of the material with alternative polyelectrolyte layers of alginate 
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and PLL. Subsequent formation of an alkylated layer on the lumenal surface of the prosthesis 
is achieved using an amphiphilic terpolymer. The prosthesis or other material is then incubated 
with polymerizable functionalized phospholipids and an aqueous mixture of lipid vesicles 
followed by in situ polymerization of the self assembled lipid membrane, as described herein. 
Surface characterization is performed using ESCA, contact angle goniometry, high resolution 
SEM and surface TM concentration measured by the GD-PC activation assay. Uniformity of 
fumwatir^ is dete™^ 
microscopy. 



The limitations of short term blood contacting studies in predicting the risk of surface 
induced thromboses are well known in the art Nonetheless, characterization of the performance 
of the materials of the present invention using acute blood-contacting assays provides a 
convenient screening mechanism for a large array of surface compositions. A baboon ex vivo 
femoral arteriovenous shunt model is used to evaluate acute platelet and fibrinogen deposition 
in well defined flow regimes. A test sample is placed in the shunt and exposed to ni In labeled 
platelets for up to 120 minutes at a wall shear rate of either 50 sec' 1 or 500 sec 1 . Platelet 
deposition is monitored by scintillation camera imaging. Adsorption of injected I25 I labeled 
fibrinogen is determined at the end of the blood exposure period by gamma counting. Using 125 I 
labeled fibrinogen as a marker of plasma adsorption reveals whether platelets adhere to and are 
activated by the primary surface or via an adsorbed plasma protein/fibrin film. Several in vivo 
plasma assays of markers which are elevated upon activation of platelets and coagulation 
enzymes are utilized in these studies. Consumption of fibrinogen and its cleavage by thrombin 
is assessed by measurements of plasma clottable fibrinogen and fibrinopeptide A (FPQ) levels. 
Activation of platelets is judged from the change in circulating platelet count and by plasma 
levels of releasable platelet cc-granule protein, p-thromboglobulin and platelet factor 4. 
Fibrinolysis is estimated by measuring circulating levels of fibrin D-dimer fragment. Activated 
partial thromboplasmin time (APTT) measurements are performed using citrated plasma samples. 
Significantly, the degree of surface induced thrombin formation is determined by measuring 
levels of thrombin-antithrombin m complexes. See Hanson et al. (1993) J. Clin. Invest 
92(4):2003-2012 for methods. Use of radiolabeled or chromophore labeled conjugates within 
the lipid film allow characterization of biostability (short term) in a blood contacting 
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environment Platelet and protein deposition on the lumenal surfaces of small caliber grafts are 
compared with alginate/PLL and with alginate/PLL/terpolymer coatings are compared. Because 
of the high homology between baboon and human TM, human TM and tTM are used in the 
baboon model. 

5 

For studies conducted under arterial shear rate conditions, prostheses are deployed in the 
carotid and iliac arteries of a primate model. Using both iliac and carotid arteries for these 
studies, at least 40 arterial sites are used. Films tested are a simple PC phospholipid membrane 
mimetic assembly and a membrane mimetic film containing TM or tTM as compared with an 

1 0 uncoated graft of the same synthetic material, e.g., ePTFE. Following graft implantation, patency 
is established initially and prior to sacrifice at 30 days or 6 months after implantation by Duplex 
imaging with associated arterial volume flow measurements as described by Zierler et al. (1 992) 
J, Vase. Surg. 16(4):520-526. By one month, ingrowth extends about 1 cm into the graft and a 
signifi cant anastomotic neointimal lesion is present, obstructing about 10% of the graft lumen. 

15 These finding are reproducible. Intimal area and the extent of pannus ingrowth increase 
progressively between 1 and 6 months, with little further change up to 12 months. 

Prior to graft harvesting, animals receive intravenous injections of Evans Blue, which 
enters the graft wall where endothelium is absent and bromodeoxyuridine (BrdU) for 

20 measurements of cell proliferation. At the time of explanation, grafts are opened longitudinally 
and photographed for measurements of thrombus free surface and overall pannus tissue ingrowth, 
which in control studies with ePTFE grafts averages about 1 cm/month. Serial sections of the 
adjacent artery are obtained at about 5 mm intervals for examination by scanning electron 
microscopy and light microscopy. Thus, there is histological reconstruction of healing events 

25 along the entire graft length (as described in Hanson etal. (1991)Hypertension 18(4Suppl):I170- 
1176). S tainin g is performed for examination of endothelial and smooth muscle cell coverage, 
as well as associated arterial wall cellular and matrix responses. For example, 
immunohistochemical studies include s taining with endothelial factor VIH/von Willebrand factor 
to identify endothelial cells, smooth muscle a-'actin to identify smooth muscle cells and Ham56 

30 to identify macrophages. Neointimal hyperplasia (of the inner capsule of the graft) is assess by 
established quantitative computerized morphometry techniques. 
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Although the vascular prostheses have been evaluated in a canine model, primate studies 
are preferred. The baboon is particular preferred. Prothrombin time is somewhat longer in 
baboon than in man, but the activated partial prothrombin time (PTT), fibrinogen level, Factor 
Vm clotting activity and thrombin time (TT) are similar in man and baboon. Additionally, 
baboon and human Factor Vm antigens cross react and the platelets of both species are' 
eqmvalentmsizedistributi^ 

and arachadonic acid. In contrast, the dog has very active hemostatic and fibrinolytic systems 
and platelets, which are readily activated by heparin. The PT, PTT and TT are significantly 
reduced whole fibrinogen and Factor VEI are elevated in dog relative to man. Although the 
porcine animal model has been used to study vascular wall injury, many of the reagents used in 
human studies cross react with primate cells but not with dogs, swine and other animal models. 
Additionally, standard commercial vascular grafts are spontaneously endothelials in pig 
models but not in man or primates. 

Animals are housed in animal care facilities staffed by veterinarians. The site is equipped 
with standard operating and postoperative care rooms. Major surgical procedures are performed 
aseptically and monitored appropriately after the surgery. Ketamine HC1 (200-250 mg IM) is 
used for sedation and sodium pentobarbital (50-75 mg IV prn) is used for anaesthesia. 
Intravenous injections of barbiturate and potassium chloride are used for euthanasia in a manner 
consistent with the recommendations of the Panel of Euthanasia of the American Veterinary 
Medical Association. 

Monoclonal or polyclonal antibodies, preferably monoclonal, specifically reacting with 
a particular protein of interest may be made by methods known in the art. See, e.g., Harlow and 
Lme(\9^)Antibodies:ALaboratoryManual,ColdSpimg Harbor Laboratories; Goding (1986) 
Monoclonal Antibodies: Principles and Practice, 2d ed., Academic Press, New York, NY; and 
Ausubel et al. (1993) Current Protocols in Molecular Biology, Wiley Interscience, New York, 
NY. 

Standard techniques for cloning, DNA isolation, amplification and purification, for 
enzymatic reactions involving DNA ligase, DNA polymerase, restriction endonucleases and the 
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like, and various separation techniques are those known and commonly employed by those 
skilled in the art. A number of standard techniques are described in Sambrook et al (1989) 
Molecular Cloning, Second Edition, Cold Spring Harbor Laboratory, Plainview, New York; 
Maniatisetal. (1982) Molecular Cloning, Cold Spring Harbor Laboratory, Plainview, New York; 
5 Wu (ed.) (1993) Meth Enzymol 218, Part I; Wu (ed.) (1979) Metk Enzymol 68; Wu et al. (eds.) 
(1983) Metk Enzymol 100 and 101; Grossman and Moldave (eds.) Metk EnzymoL 65; Miller 
(ed.) (1972) Experiments in Molecular Genetics, Cold Spring Harbor Laboratory, Cold Spring 
Harbor, New York; Old and Primrose (1981) Principles of Gene Manipulation, University of 
California Press, Berkeley; Schleif and Wensink (1982) Practical Methods in Molecular Biology, 

10 Glover (ed.) (1985) DNA Cloning Vol. I and H, IRL Press, Oxford, UK; Hames and Higgins 
(eds.) (1985) Nucleic Acid Hybridization,TRL?iess, Oxford, UK; Setlow and Hollaender (1979) 
Genetic Engineering: Principles and Methods, Vols. 1 -4, Plenum Press, New York; and Ausubel 
et al. (1992) Current Protocols in Molecular Biology, Greene/Wiley, New York, NY. 
Abbreviations and nomenclature, where employed, are deemed standard in the field and 

1 5 commonly used in professional journals such as those cited herein. 

All references cited in the present application are incorporated by reference herein to the 
extent that there is no inconsistency with the present disclosure. 

20 The following examples are provided for illustrative purposes, and are not intended to 

limit the scope of the invention as claimed herein. Any variations in the exemplified articles 
which occur to the skilled artisan are intended to fall within the scope of the present invention. 

EXAMPLES 

25 

Example 1. Synthesis and Terminal Functionalization of Polymerizable 
Phosphatidylethanolamine 

Thin layer chromatography (TLC) was performed on Whatman silica gel aluminum baked 
30 plate (F254, 250 mm thickness) and detected by fluorescence quenching, sulfuric acid (10 ml% 
in methanol), or phosphomolybdic acid (20 wt% in ethanol). Column chromatography was 
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perfomedonaU C agel(Fish^ 
*300«d751^(VadmINav^m 

FAB) were measured with JEOL JMS-SX 102/SX102A/E mass spectrometer. Confocal' 
microscopy studies were performed on aZeissLSM510 Laser Confocal Microscope (Carl Zeiss, 
mc,Ge m any)equippedwim extend 

excitation at 543 nm) and HeNe2 (for excitation at 633 nm) lasers. 

Mono-AcrylPC (l)was prepared as described by Marraetal. (1997) Macromolecules 30, 
6483-6488). 

3-0-(4- methoxybenzyl>j«.glycerol (3) was prepared from (+) 1,2-O-isopropylidiene- 
glycerol according to the procedure described by Hebert et al. (1992) J. Org. Chem. 57, 1777- 
1783. 

l-0-palmitoyl-3-0-(4-methoxybenzyl)-^-glycerol (4) was prepared as follows. To a 
solution of 3-0-(4- methoxybenzyl>™-glycerol (3) (2.0 g, 9.4 mmol), palmitic acid (2.7 g, 10.4 
mmol) and A^-dime%lanimopyridine (0.06 g, 0.5 mmol) in dichloromethane (60 mL) was 
added a solution of dicyclohexylcarbodiimide (3.7 g, 18.0 mmol) in dichloromethane (10 mL) 
dropwise over a period of 45 min at 0 °C. The reaction mixture was stirred for 18 hrs at room 
temperature under Ar atmosphere. Dicyclohexylurea was removed by filtering through celite, and 
the filtrate was evaporated to give a residue, which was purified by column chromatography 
(SiOj) using ethyl acetate-n-hexane (1:3) as eluent to afford 4 (3.0 g, 71%). 'H NMR (CDC1 3 ) 
d: 7.24 (d, 2 H, J= 9.0 Hz, Ph), 6.88 (d, 2 H, J= 9.0 Hz, Ph), 4.48 (s 2 H, CH 2 -?h), 4.14 (m, 1 
H, CH), 4.00 (m, 1 H, CH), 3.80 (s, 3 H, OCH 3 ), 3.51-3.46 (m, 2 H, CHJ, 2.50 (d, 1 H, J= 5.1 
Hz, 0/0,2.31 (t,2H,J= 7.5Hz, C/^CO), 1.62-1.60 (m, 2 H,C^), 1.25 (br. s,24H,Cif 2 X12), 
0.87 (t, 3 H, /= 7.2 Hz, CH 3 ). HR-MS (EI) calc. For C^O,: 450.33453; observed 450.33331 
MJZ. 

l^palmitoyl-2-0-(12-a<^loyloxy)dodec^^^ 
was prepared as follows. To a solutionof 4 (2.5 g, 5.5 mmol), 12-acryloyloxy-l-dodecanoic acid 
(1 .67 g, 6.7 mmol) andiV^-climemylammopyri^ (0.06 g, 0.45 mmol) in dichloromethane (30 

43 



WO 01/78800 



PCT/US01/12094 



mL) was added a solution of dicyclohexylcarbodiimide (3.0 g, 13.4 mmol) in dichloromethane 
(10 mL) dropwise over aperiod of 20 min. at room temperature. The reaction mixture was stirred 
for 1 8 hrs at room temperature under Ar atmosphere. Dicyclohexylurea was removed by filtering 
through celite, and the filtrate was evaporated to give a residue, which was purified by column 
5 chromatography (SiOJ using ethyl acetate-«-hexane (1:4) as eluentto afford 5 (3.0 g, 71%). 'H 
NMR (CDC1 3 ) d: 7.24 (d, 2 H, J= 9.0 Hz, Ph), 6.88 (d, 2 H, J= 9.0 Hz, Ph), 6.38 (dd, 1 H, /= 
17.0, 1.5 Hz, CH=C^2), 6.11 (dd, 1 U,J= 17.0, 10.5 Hz, CH=C&J, 5.80 (dd, 1 H, J= 1.5, 10.5 
Hz, CR=CHJ, 5.21 (m, 1 H, CH-2), 4.48 (d, 1 E,J= 11.7Hz, CH 2 -?h), 4.42 (d, 1 H, J= 1 1.7 
Hz, C# 2 -Ph), 4.31 (dd, 1 H, J= 3.9, 12.0 Hz), 4.16 (dd, 1 H, 7= 6.0, 9.9 Hz), 3.78 (s, 3 H, 
10 OCH 3 ), 3.54 (d, 2 H, J= 5.1 Hz), 2.33-2.24 (m, 4 H, C# 2 COX2), 1.67-1 .55 (m, 6 H, C# 2 X3), 
1.24 (br. s, 38 H, C# 2 X19), 0.89 (t, 3 H,7= 6.6 Hz, CH 3 ). ,3 CNMR(CDC1 3 ) d: 173.94, 173.60, 
166.61, 130.66, 128.81, 72.26, 64.89, 62.35, 61.52, 53.89, 34.55, 34.45, 34.28, 32.11, 29.88, 
29.66, 29.60, 29.55, 29.43, 29.31, 28.77, 26.10, 25.07, 22.30, 14.30. HR-MS (EI) calc. For 
C 42 H 70 O 8 Li: 709.523 1; observed 709.521 1 M/Z. 

15 

1 -0-paImitoyl-2-0-(l 2-acryloyloxy)dodecanoyky«-glycerol (6) was prepared according 
to the following. To a solution of 5 (2.5 g, 4.2 mmol) in dichloromethane/water (18:1, 20 mL) 
was added 2,3-dichloro-5,6- dicyano-1 ,4-benzoquinone (1 .04 g, 4.6 mmol). The reaction mixture 
was stirred for 1 6 hrs at room temperature under Ar atmosphere. The reaction was quenched with 

20 NaHC0 3 and extracted with chloroform (20 mLX3). The combined organic portion were dried 
over anhydrous NajS0 4 and the solvent evaporated to give a residue, which was purified by 
column chromatography (Si0 2 ) using ethyl acetate-H-hexane (1:3) as eluentto afford 6 (1.4 g, 
55%). 'H NMR (CDCI3) d: 6.39 (dd, 1 H, J= 17.0, 1.2 Hz, CH=CHJ, 6.1 1 (dd, 1 H, J= 17.0, 
10.8 Hz, Cfl^CH,), 5.82 (dd, 1 H, 7= 1.2, 10.8 Hz, CU=CHJ, 5.07 (m, 1 H, CH-2), 4.31 (dd, 

25 1 H, J= 4.2, 12.0 Hz), 4.26 (dd, 1 H, J= 4.2, 13.2 Hz), 4. 13 (t, 2 H, J= 6.9 Hz, C# 2 -0), 3.73 (t, 
2 H, J= 4.2 Hz CH 2 0#), 2.37-2.23 (m, 4 H, CF 2 COX2), 1.67-1.60 (m, 6 H,C# 2 X3), 1.24(br. 
s, 38 H, C£f 2 X19), 0.87 (t, 3 H, 7= 7.2 Hz, CH 3 ). HR-MS (EI) calc. For Ca^ALi: 590.0035; 
observed 590.0021 M/Z. 

30 l-<9-palmitoyl-2-0-(12-acryloyloxy)dodecanoyl-5«-glycero-3-phosphoethyltrichloro 
ethoxycarbamate (7) was prepared as follows. To an ice-cooled solution of dichloro^-ft, b, b- 
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trichloroethoxycarbonyl-2-aminoethyl)phosphate (1.5 g, 4.4 mmol) indichloromethane (15 ml) 
was added dropwise a solution of 6 (1.2 g, 2.1 mmol) and triemylamine (1.8 mL, 13.5 mmol) in 
dichloromethane (10 ml). The reaction mixture was stirred for 1 6 hrs at room temperature under 
Ar atmosphere. Then washed with water (10 mL x 3). The organic portion was dried over 
anhydrous Na^C}, and the solvent evaporated to give 7 as a light brown syrup (1.36 g, 71%), 
which showed highpurity in 'HNMR determination and showed the molybdenum blue positive 
on TLC (Bf= 0.8 CHCVMeOH/HA 65:25:1). Thus it was directly used for the next reaction 
without purification. 



1 0 1 -°-P^ to y ^-<9^12-actyloyloxy)dod (2) 

was prepared according to the following protocol. To a solution of crude7 (1 .0 g, 1 .0 mmol) in 
acetic acid (10 mL) was added Zinc dust (2.0 g). The reaction mixture was stirred for 20 hrs at 
room temperature. The reaction mixture was diluted with diethyl ether (30 mL) and filtered 
through celite. The filtrate was washed with water and aqueous NaHC0 3) and dried over 

1 5 anhydrous NaaSCX, and the solvent evaporated to give a residue, which was purified by column 
chromatography (SiCXj) using chloroform/methanol/water (65:25:4) as eluent to afford 2 (0.462 
g, 62%). 'HNMR (CDC1 3 ) d: 8.51 (br, 3 H, N# 3 + ), 6.39 (dd, 1 H,7= 17.4, 1.0 Hz, CH-Cffj)," 
6.1 1 (dd, 1 H, 7= 17.4, 10.5 Hz, CflKH,), 5.82 (dd, 1 H, J= 1.0, 10.5 Hz, CE=CHJ, 5.21 (m, 
1 H, CH-2), 4.37 (dd, 1 H, J = 3.0, 12.3 Hz), 4.14 (t, 2 H, J= 6.6 Hz, CH 2 -0), 4.14-4.05 (m 5 3 

20 H), 3.94 (br, 2H, CH 2 -0), 3.16 (br, 2 H, C# 2 -N), 2.33-2.26 (m, 4 H, Ctf 2 COX2), 1.68-1.57 (m, 

6 H, C# 2 X3), 1.24 (br. s, 38 H, Ctf 2 X19), 0.87 (t, 3 H, J= 6.6 Hz, Cff 3 ). I3 C NMR (CDC1 3 ) d: 

173.59, 173.29, 166.48, 130.59, 128.83, 70.50, 64.86, 64.63, 64.09, 62.75, 62.44, 40.61, 34.44, 

34.26,32.11,29.50,29.41,28.81,27.79,26.14,25.13,25.07,22.87,14.30.FABMS(MZ): 728.6 
[M+Na] + . 

25 

mo/10-AcrylPE-FITC (8) was prepared as follows. To a solution of 2 (50 mg, 0.071 
mmol) in DMF (5 mL) was added triemylamine (0.1 mL, 0.71 mmol). After the solution was 
stirred for 30rnin.,asolutionoffluorescentisothiocyanate(55mg, 0.1 42 mmol) was added. The 
reaction mixture was stirred for 12 hrs at room temperature in the dark, then concentrated in 
30 vacuum to give a residue, which was purified by column chromatography (SiOJ using 
chloroform/methanol (4: 1) as eluent to affords (26 mg, 67%). l H NMR (CDC1 3 ) d: 8.25 (br, 1 
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H, Ph), 7.25 (br, 1 H, Ph), 7.16-7.08 (m, 3 H, Ph), 6.68 (m, 4 H, Ph), 6.59 (dd, 1 H, J= 15.6, 1 .5 
Hz, CHhCEQ, 6.09(dd, 1 H, J= 15.6, 10.5 Hz, CH-CR^, 5.82 (dd, 1 H, J= 1.5, 10.5 Hz, 
CH=CHJ, 5.17 (m, 1 H, CH-2), 4.34 (dd, 1 H, J = 3.0, 12.3 Hz), 4.1 1 (t, 2 H, J= 6.6 Hz, CH 2 - 
O), 4.13-4.02 (m, 3 H), 3.94 (br, 2H, CH 2 -0), 3.36 (br, 2 H, C# 2 -N), 2.27-2.23 (m, 4 H, 
5 C# 2 COX2), 1.66-1.54 (m, 6 H, Cff 2 X3), 1.24 (br. s, 38 H C# 2 X19), 0.83 (t, 3 H, J= 6.6 Hz, 
CH 3 ). FABMS (A#Z): 1096.2 [M+l] + . 

mono-AcrylPE-Biotin (9) was prepared as follows. To a solution of 2 (50 mg, 0.071 
mmol) in DMF (5 mL) was added triethylamine (0.1 mL, 0.71 mmol). After the solution was 

10 stirred for 30 min., a solution of N-hydroxysuccinimidobiotin (36 mg, 0.1 1 mmol) was added. 
The reaction mixture was stirred for 24 hrs at room temperature, then concentrated in vacuum 
to give a residue, which was purified by Sephadex LH-20 column using methanol as eluent to 
afford 9(17 mg, 53%). 'HNMR (CDCI3.CD3OD) d: 7.79 (br. 1 H, Nfl), 7.0O (br, 1 H, Nfl), 6.38 
(dd, 1 H, J= 17.1, 1.0 Hz, CE=CH 2 ), 6.10 (dd, 1 H,/= 17.1, 10.5 Hz, C/^CH,), 5.80 (dd, 1 H, 

15 /= 1.0, 10.5 Hz, CH=Cif2), 5.21 (m, 1 H, CH-2), 4.48 (m, 1 H), 4.35 (dd, 1 H, J= 3.0, 12.3 Hz), 
4.32 (m, 1 H), 4.13 (t, 2 H, J= 6.6 Hz, CH 2 -0), 3.97 (br, 4H), 3.24 (br, 1 H), 3.13-3.04 (br, 3 H), 
2.31-2.20 (m, 5 H, CH 2 CO), 1.70-1.57 (m, 6 H, C# 2 X3), 1.24 (br. s, 38 H, C# 2 X19), 0.85 (t, 3 
H, J= 6.9 Hz, CH 3 ). FABMS (M/Z): 932 [M+l] + . 

20 mo«o-AcrylPE-Biotin (10) was prepared as described: To a solution of 2 (25 mg, 0.035 

mmol) in DMF (5 mL) was added triethylamine (0.05 mL, 0.35 mmol). After the solution was 
stirred for 30 min., a solution of A^-(e-maleimidocaproyl)-Succinimide (22 mg, 0.1 1 mmol) was 
added. The reaction mixture was stirred for 24 hrs at room temperature, then concentrated in 
vacuum to give a residue, which was purified by Sephadex LH-20 column using methanol as 

25 eluenttoaffordl0(23mg,71%). 1 HNMR(CDCl 3 )d:7.19(br, 1 H,N.H)» 6.70 (s, 2 H, CH=CH), 
6.39 (dd, 1 H, J= 17.4, 1.2 Hz, CHOtfj), 6.11 (dd, 1 H, J= 17.4, 10.5 Hz, OttXIJ, 5.81 (dd, 
1 H, /= 1.2, 10.5 Hz, CHOfl,), 5.21 (m, 1 H, CH-2), 4.37 (dd, 1 H, J = 3.0, 12.3 Hz), 4.29 (t, 
1 H, 6.9 Hz), 4.14 (t,2H,J= 6.9 Hz, CH 2 -0), 4.07-4.01 (m, 3 H), 3.95 (br, 4 H), 3.15 (br, 
5 H), 2.33-2.17 (m, 4 H, Ctf 2 COX2), 1.68-1.57 (m, 6 H, C# 2 X3), 1.24 (br. s, 38 H, CHJL19), 

30 0.87 (t, 3 H, J= 6.6 Hz, Cff 3 ). FABMS (MZ): 907.2 [M+l] + . 
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Example 2. Truncated TM mutant protein wim a Gly-Gly-Cys C-terminal linker for Surface 
Conjugation 

A thrombomodulin fragment consisting of only the EGF-like domains 4, 5, 6 with a 
glycine-glycine-cysteine addition at the C-tenninus (TMs) was expressed in E. coli as follows 
(Fig 1). Human thrombomodulin cDNA, pucl9TM15 (Accession No. 61348), was purchased 
from American Type Culture Collection, Manassas, VA. The DNA insert coding for TMs 
(residues 1200-1703) from full-length TM was obtained by the polymerase chain reaction using 
primers 5'- GAGATATACCATATGTACCCTAACTACGACCTGGTGGA -3' and 5'- 
CGCGCCTCGAGTTAATTAATTAGCAACCACCTATGAGCAAGCCCGA ATGC -3' (SEQ 
ID NO:l and SEQ ID NO:2, respectively). This 504-base pair Ndel and Xhol fragment of TM 
was cloned into apET28a(+) expression vector (Novagen, Madison, WI), downstream of aT77ac 
promoter and a N-terminus His-tag coding sequence. The resulting plasmid, pET28aTMs, was 
verified by sequencing using the following primers: 5' - GCTAGTTATTGCTCAGCGG -3' and 
5'-TAATACGACTCACTATAGGG -3' (SEQ ID NO:3 and SEQ ID NO:4, respectively). 
Thrombomodulin coding sequences are available on GenBank; see, e.g., AccessionNo. J02973 

The PET28aTMS plasmid was transformed into BL2I (DE3) cells (Novagen, Madison, 
WI) and grown in 2 ml Luria Broth containing 30 ug/ml kanamycin at 37 C until the OD 600 
reached 0.6. The culture was stored at 40C overnight. The following morning, the cells were 
collected by centrifugation and resuspended in 2 ml fresh LB/kan. This 2 ml culture was used to 
inoculate a 50 ml culture that was again grown to OD^ Of 0.6. The culture was induced by the 
addition of IPTG to a final concentration of 1 mM and incubated for a total of 5 hours, taking 1 
ml aliquots each hour for analysis. Induced TM protein expression was confirmed by SDS- 
PAGE (12% acrylamide) and western blot using a His-Tag monoclonal antibody (Novagen, 
70796-4) (Figure 2). Preliminary purification studies were done on the 5 hour induction aliquots 
using aNi-NTA (Qiagen) protein miniprep procedure under native conditions . Briefly, cells were 
resuspended in lysis buffer (50 mM NaHjPO^ 300 mM NaCl, 10 mM imidazole, pH 8.0) and 
lysozyme to 1 mg/ml. Cells were vortexed, and cell debris was pelleted. The supernatant was 
added to Ni-NTA resin for 30 min at 40C, then washed with wash buffer (50 mM NaH 2 P0 4 , 300 
mM NaCl, 20 mM imidazole, pH 8. 0). The protein was eluted with elution buffer (50 mM 
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NaH 2 P0 4 , 300 mM NaCl, 250 mM imidazole, pH 8.0). The eluted TM was used in a 
thrombomodulin activity assay where thrombomodulin activity was confirmed (Table 1). 

Example 3. Liposomes Containing Thrombomodulin 

5 

Rabbit thrombomodulin in 0.1 % Lubrol PX was obatined from Haematological 
Technologies, Inc. Nucleopore polycarbonate filters are obtained from Fisher. Acrylic-PC (1- 
palmitoyl-2-[12-(aayloyloxy)dodera-n^ was synthesized as 

described in Marra et al. (1997) supra. 

10 

TM was reconstituted into lipid vesicles as follows: 1 0 mM lipid solution containing no 
TM was freeze-thaw-vortexed 3 times before TM was added to make a final TM concentration 
of 10 nM. The solution was gently mixed and vortexed for 30 minutes before it was extruded 
through 2000 and 600 nm polycarbonate filters successively. Photopolymerization of AcPC was 
15 carried out as follows (Orbanetal. (2000) supra). A 10:1 ratio of [AcPC]:[Eosin Y] was added 
to the AcPC containing TM, and the solution was irradiated for 30 minutes under ambient 
conditions (lamp power of approximately 3 0 mW/cm 2 ) from above at a distance of approximately 
3 cm. 

20 Sucrose density centrifugation was carried out in an SW 40Ti rotor (Beckman). 

Reconstituted TM was layered on top of a 6-mL 5-30% discontinuous sucrose gradient prepared 
in TBS and centrifuged for 16 h at 130,000 x g. Aliquot of 0.6 mL was transferred into 
microcentrifuge tube and TM activity in each fraction was determined. 

25 In an alternative procedure, large unilamellar vesicles (LUV) of 12 mmM lipid solution 

in 20 mM sodium phosphate buffer, pH 7.4, were prepared by four successive freeze-thaw-vortex 
cycles using liquid nitrogen and a 45 C water bath. TM was them added to make the desired 
molar TM:lipid ratio, whichranges from 1:8000 (60 nMTM) to l;2000,000(60nMTM). The 
lipid/TM solution was gently vortexed for at least 1 hr at room temperature before it was 

30 extruded 21 times, each through two back-to-back 2000 nm and then 600 nm polycarbonate 
filters. 
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Example 4. TM Vesicle Fusion and Photopolymerization 

The extruded lipid/TM solution from above was diluted to 1 .2 mM with 20 mM sodium 
phosphate buffer, pH 7.4, and a final salt concentration was achieved using 750 mM NaCl in 
water. This solution was then purged with argon for 15 min. To a scintillation vial that was 
purged with argon 1 .2 ml of the vesicle solution was added with a terpolymer-coated round glass 
cover slip (20 mm diameter). The cover slip was immediately immersed in the vesicle solution, 
facing upwards. The vial was capped quickly and maintained at 40 C overnight 

Photopolymerization of the acrylic-PC in the terpolymer complex coating was carried out 
as follows: A stock solution of co-initiators as lOmMEY, 225 mM triethanolamine and 37 mM 
VP in water, and stored in an amber bottle. In a glove bag purged with argon, the disred amount 
of initiator stock solution was added to the vial containing the cover slip substrate fused with the 
vesicles so that a 12: 1 ration of monomenEY was achieved. The mixture was then irradiated for 
30 min. under ambient conditions (Tight intensity of about 40 mW per square cm) from above at 
a distance of about 6 cm. Following the photopolymerization period, the sample was removed 
from the polymerization media and washed extensively with water. This protocol is modified 
for using with tubing, where the lumen is perfused with the relevant solutions in an inert 
atmosphere. 

Activity of rabbit TM was accessed via the activation of human protein C by human 
thrombin-rabbit TM complex (Galvin et al. (1987) vide infra). All activations were performed 
in TBS containing 0. 1% BSA and 5 mM Ca* at 37°C. A typical assay contains 1 nM TM, 5 nM 
Thrombin, and 100 nM protein C. Activated protein C concentration was determined based on 
their amidolytic activities toward 0.2 mM Spectrozyme PCa substrate (American Diagnostica, 
Inc.). 

Rabbit TM was reconstituted into unilamellar phospholipid vesicles using an extrusion 
method. TM was added to the phospholipid solution after the freeze-thaw-vortex cycles and 
before extrusion, to prevent from activity loss. Over 95% of the TM activity was found to be 
associated with POPC lipid vesicles which stayed at the top of the sucrose gradient; on the other 
hand, free TM (as purchased) stayed at the bottom of the sucrose gradient This high level of 
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reconstitution made the separation of reconstituted TM from free TM unnecessary, which is one 
of the advantages of the extrusion method The other advantage of this method is that TM 
activity loss during extrusion period (less than 2 h) is significantly less than that during the 
dialysis period (approximately 36 h), as reported previously in the literature (Galvin et al. (1 987) 
5 J.Biol Chen 262,2199). 

Photopolymerization of TM containing lipid assemblies. After TM was reconstituted into 
phospholipid vesicles varying in mole ratio of POPC to AcPC, vesicles were exposed to visible 
light for 30 minutes in the presence of eosin Y/triethanolamine. All vesicle systems, irrespective 

10 of lipid composition (POPC vs AcPC), exhibited similar rates of protein C activation prior to 
polymerization. However, following photopolymerization a modest reduction in the protein C 
activation rate was noted (Fig. 5). We believe that this effect may be attributed to inactivation 
of a portion of TM molecules by free radicals generated during the polymerization process and 
catalytic efficiency may be somewhat diminished due to reduced TM mobility within the 

1 5 membrane mimetic complex. We note that the reduction of catalytic activity is greater when TM 
is incorporated into vesicles composed of increasing concentrations of polymerizable lipids (Fig. 
6). 
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TABLE 1 

Activated wotein C Assay (Simple Reads Report) 

Software Version: 02.00 (25) 
Instrument: Cary 50 



Read Abs (405 nm) 



1 




Zero 


CI 6464^ 


2 


-0.0007 


3 


-0.0570 


4 


0.0149 


5 


-1.2100 


Zero 


(0.4365) 


6 


-0.0013 


7 


0.0322 


8 


0.1312 


9 


0.3560 


Zero 


(0.7941) 


10 


-0.0003 blank 


11 


0.5834 denatured purification 


12 


1.4431 native purification 
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TABLE 2 

Kinetic Parameters of Protein C Activation by 
Thrombin-TM Complex in Lipid Vesicles 



AcPC% 


POPC% 


Monomer (M) 
or Polymer (P) 




K,^ (mitf 1 ) 








4.2 ± 0.3 


39 ± 1 


0 


100 




1.3 ±0.1 


29 ± 1 


100 


0 


M 


1.1 ±0.1 


30 ± 1 


100 


0 


P 


3.0 ± 0.2 


24 ± 1 


50 


50 


M 


1.0 ± 0.1 


28 ± 1 


50 


50 


P 


2.1 ± 0.4 


18 ± 1 


80 


20 


M 


1.4 ±0.1 


27 ± 1 


80 


20 


P 


3.0 ± 0.6 


18 ±2 



Vesicles are composed of AcPC, POPC or mixtures thereof. 
AcPC = acrylate derivatized-lipid. 



TABLE 3 

Determination of Km and kcat for TM as a function of local lipid microenvironment* 





FreeTM 


TM in POPC 

vesicles 


TM in AcPC 
vesicles 


TM in polymerized 
AcPC vesicles 


Km (jjM) 


3.6 ± 1.1 


0.66 ± 0.14 


0.86 ± 0.10 


4.5 ± 0.9 


kcat (min" 1 ) 


7.0 ± 1.0 


4.6 ± 0.2 


2.6 ± 0.1 


5.7 ± 0.6 


kcat/Km (min* 1 .pM 

') 


1.94 


6.97 


3.02 


1.27 


Km (jjM) Ref.60) 


7.5 


0.7 


NA 


NA 



* Rabbit TM, human protein C, and human thrombin were sterilized in all experiments 
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HO^V^OPMB i ^HjC-fCH^-^O^Y^OPMB * 

o o 

H 3 C-(CH2)i4 O^T^OPMB H,C-(CH 2 ) 1 4^0'^r^OH 
< ^ v -0-(CH 2 ) 11y O V^O-(CH 2 ) 11y O 

o o o ^ o 

O P h 0 O 

^-(ch^o^c^o^^ 

O 0 7 O O 2 

Reagent a) Palmitic acid, DCC, DAMP, CHjCli 71%; &)12-aayloyloxydodecanoic acid, DCC, DAMP, CE^Cl^ 
79%; c) DDQ, CHjClj/HjO, 55%; d) 2^^-trichIoroethoxyamide, NEt* CH 2 C1 2 , 71%; e) Zn/HOAc, 62% 



Scheme 1 . Synthesis of aciylate fuctionalized phosphatidylethanolatnine. 
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o o 



mono-AcryiPC, 1 



J mono-AcrylPE, 2 





o ? H H 

o o 8 



O „ H j-i 

^r^O-(H,CV,,.,0 OS Q 



O O 
O 



o o 10 

Reageni: i) FTTC, N£t 3j DMF, 67%; ii) NHS-Biotin, 
NEt 3 . DMF, 53%; iii) EMCS, NEt* DMF, 71% 




Scheme 2. Structure and synthesis of bifunctional phospholipid conjugates. 
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Scheme 3. Photopolymerization of mono-AcrylPE-FITC 
with mono-AcrylPC on the bead surface. 
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Scheme 4. Synthesis and terminal functionalization of polymerizable phosphatidylethanolamine. 
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a 

AOD . HEA 




70 "C 20 h. ^ S 




' C 1* S J7 C U H J7 



Terpdymer: i~x*3 
b*«y~$ 

HEA-AQD copolymer: 
b~y~2 



Scheme 5. Synthesis of HEA: AOD (2.1) and HEA:AOD styrene sulfonate (6:3:1). 



57 



WO 01/78800 



PCT/US01/12094 




PhotocrosalinJcafalc functionaTgroups 



Scheme 6A. Stabilizing a membrane-mimetic monolayer by photocrosslinking 

across the lipid layer. 




Scheme 6B. Generation of membrane-mimetic monolayer utilizing 
a phosphatidylcholine containing boloamphiphile. 
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WHAT IS CLAIMED IS: 

1. A method for producing a stable antithrombotic membrane mimetic surface on a 
synthetic prosthesis, synthetic vascular graft, medical implant, medical device or 
heterograft tissue, said method comprising the steps of 

(a) providing a hydrated surface on at least one surface of a synthetic prosthesis, 
synthetic vascular graft, medical implant, heterograft tissue or medical device; 

(b) complexing at least one polyelectrolyte to the hydrated surface of step (a) to 
produce a polyelectrolyte-complexed surface; 

(c) coating the polyelectrolyte-complexed surface of step (b) with an amphiphilic 
polymer, wherein said amphiphilic polymer comprises alkyl groups of from about 
8 to about 20 carbon atoms to produce an alkylated hydrated surface; 

(d) providing at least one polymerizable functionalized phospholipid to the alkylated 
surface of step (c) and further fusing antithrombotic liposomes to the alkylated 
hydrated surface of step (c) to produce a stabilization surface; 

(e) photopolymerizing the at least one polymerizable functionalized phospholipid in 
the stabilization surface of step (d) to produce a stable, antithrombotic membrane 
mimetic surface on the synthetic prosthesis, synthetic vascular graft, medical 
implant, medical device or heterograft tissue, 

whereby the synthetic prosthesis, synthetic vascular graft, medical implant or medical 
device is improved in biocompatibility over a synthetic prosthesis, synthetic vascular 
graft, medical implant or medical device lacking said stable, antithrombotic membrane 
mimetic surface. 
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2. The method of claim 1 wherein the hydrated surface comprises at least one of collagen, 
gelatin and/or alginate. 

3. The method of claim 1 or 2 wherein the poly electrolyte is at least one polyelectrolyte 
selected from the group consisting of alginate and poly-L-lysine. 

4. The method of any of claims 1 to 3 wherein the antithrombotic protein is 
thrombomodulin, a truncated thrombomodulin or an endogenous protein C. 

5. The method of any of claims 1 to 4 wherein the polymerizable functionalized 
phospholipid of step (d) comprises a phosphatidylcholine moiety and/or a 
phosphatidylethanolamine moiety. 

6. The method of any of claims 1 to 5 wherein the polymerizable functionalized 
phospholipid is a mono-aciylate, a bis-acrylate, a mono-diene or a bis-diene derivative 
of a phospholipid. 

7. The method of claim 6 wherein the wherein the polymerizable functionalized 
phospholipid is at least one of mono-acrylate functionalized phosphatidylcholine and 
acrylate functionalized phosphatidylethanolamine. 

8. The method of any of claims 1 to 7 wherein the amphiphilic polymer is a 2-hydroxyethyl 
acrylate (HEA) : 3-acryloyl-e-3-(N,N-dioctadecylcarbamoyl propionate) (AOD) : styrene 
sulfonate (SS) terpolymer. 

9. The method of claim 8 wherein the HEA : AOD : SS is 6:3: L 

10. The method of any of claims 1 to 9 wherein the vascular graft, synthetic prosthesis, 
hetero graft tissue or medical device is a porous conduit having an exterior surface and a 
lumenal surface and wherein the stable, antithrombotic membrane mimetic surface is 
produced on a lumenal surface of the conduit. 
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1 1 . The method of claim 1 0 wherein the conduit has an inner diameter of less than or equal 
to about 6 mm. 

12. The method of claim 1 1 wherein the conduit has an inner diameter of about 4 to about 
6 mm. 

1 3 . The method of claim 1 0 wherein the porous conduit is a vascular graft, stent or shunt. 

14. The method of claim 10 wherein the synthetic prosthesis is an artificial heart valve or an 
artificial organ. 

15. The method of any of claims 1 to 9 wherein the medical device is dialysis tubing, a 
dialysis membrane, a hollow fiber dialysis system, a left ventricular assist device or a 
diagnostic device with a blood contacting surface. 

16. The method of any of claims 1 to 10 wherein the heterograft tissue is a porcine heart 
valve or a bovine carotid vascular heterograft. 

17. The method of any of claims 1 to 15 wherein the stable, antithrombotic membrane 
mimetic surface is produced onpolytetrafluoroethylene (ePTFE), polytetrafluoroethylene 
(PTFE), polyethylene terephthalate (PET), poly (ether urethaneurea) (PEU) or Dacron. 

18. The method of any of claims 1 to 15 wherein the stable, antithrombotic membrane 
mimetic surface is produced on silicon, glass or metal. 

19. A synthetic prosthesis, synthetic vascular graft, medical implant, heterograft tissue or 
medical device comprising at least one stable, antithrombotic membrane mimetic surface 
produced by the methods of any of claims 1 to 17, 
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20. The synthetic prosthesis, synthetic vascular graft, medical implant or medical device of 
claim 18, wherein said antithrombotic protein is thrombomodulin, a truncated 
thrombomodulin or an endogenous protein C. 

2 1 . The synthetic prosthesis, synthetic vascular graft, medical implant, heterograft tissue or 
medical device of claim 19 wherein the antithrombotic protein is a truncated 
thrombomodulin protein or a native thrombomodulin protein. 
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